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(54) Olefin poylmerization catalyst and process for olefin polymerization 



(57) The present invention provides an olefin polym- 
erization catalyst by the use of which an olefin (copoly- 
mer can be obtained with a high polymerization activity, 
and also provides a process for olefin polymerization 
using the catalyst. The olefin polymerization catalyst 
comprises a transition metal compound (A) represented 
by the formula (I): 



m:2-6 

R 1 - R 5 : hydrogen, hydrocarbon group, silicon-con- 
taining group or the like (When M is an atom of 
Group 6. R 1 is not an aromatic hydrocarbon group.) 
n: number satisfying a valence of M 
X: halogen, hydrocarbon group or the like 
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M: atom of Group 3 to Group 1 1 

U: tf-C. N, P 

A: N,P 

Q: tf-C, N, P 

S: tf-C. N, P 

T: tf-C, N, P 
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Desert pti n 

FIELD OF THE INVENTION 

5 [0001] The present invention relates to an olefin polymerization catalyst and a process for olefin polymerization 
using the catalyst. More particularly, the invention relates to a novel olefin polymerization catalyst which has a high 
polymerization activity, and also relates to a process for olefin polymerization using the catalyst. 

BACKGROUND OF THE INVENTION 

10 

[0002] "Kaminsky catalysts" are well known as olefin polymerization catalysts. The Kaminsky catalysts exhibit 
extremely high polymerization activity, and by the use of them, polymers of narrow molecular weight distribution can be 
obtained. Transition metal compounds known as employable for the Kaminsky catalysts are, for example, bis(cyclopen- 
tadienyQzirconium dichloride (see Japanese Patent Laid -Open Publication No. 19309/1983) and ethylenebis{4,5,6,7- 

15 tetrahydroindenyl)zirconium dichloride (see Japanese Patent Laid-Open Publication No. 130314/1986). ft is also known 
that the olefin polymerization activity and the properties of the resulting polyolef ins greatly vary when different transition 
metal compounds are used in the polymerization. Recently, transition metal compounds having a ligand of diimine 
structure have been proposed as novel olefin polymerization catalysts (see International Patent Publication No. 
- -9623010). - - ----- • 

20 [0003] By the way, polyolef ins generally have excellent mechanical properties, so that they are used in many fields 
such as fields of various molded products. However, with the diversification of requirements for the properties of poly- 
olef ins, polyolef ins of various properties have been desired in recent years. Moreover, increase of productivity has been 
also desired. 

[0004] Under such circumstances as mentioned above, there has been desired development of olefin pdymeriza- 
25 tion catalysts exhibiting excellent olefin polymerization activity and capable of producing polyolef ins of excellent prop- 
erties. 

QPJECT QF TH5 INVEM "IQ N 

30 [0005] It is an object of the invention to provide an olefin polymerization catalyst exhibiting an excellent olefin 
polymerization activity and a process for olefin polymerization using the catalyst. 

SUMMARY OF THE INVENTION 

35 [0006] The olefin polymerization catalyst according to the present invention comprises: 

(A) a transition metal compound represented by the following formula (I) : 



40 



45 




(I) 



55 wherein M is a transition metal atom selected from Group 3 to Group 1 1 of the periodic table, 

U is a carbon atom having a substrtuent group R 2 , a nitrogen atom or a phosphorus atom, 
A is a nitrogen atom or a phosphorus atom, 
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Q is a carbon atom having a substituent group R 3 , a nitrogen atom or a phosphorus atom, 
S is a carbon atom having a substituent group R 4 , a nitrogen atom or a phosphorus atom, 
T is a carbon atom having a substituent group R 5 , a nitrogen atom or a phosphorus atom, 
m is an integer of 2 to 6, 

5 R 1 to R 5 may be the same or different, when M is a transition metal atom selected from Group 3 to Group 5 

and Group 7 to Group 1 1 of the periodic table, they are each a hydrogen atom, a halogen atom, a hydrocarbon 
group, a heterocyclic compound residual group, an oxygen-containing group, a nitrogen-containing group, a 
boron-containing group, a sulfur-containing group, a phosphorus-containing group, a silicon-containing group, 
a germanium-containing group or a tin-containing group, and when M is a transition metal atom selected from 

io Group 6 of the periodic table, R 1 is a hydrogen atom, a halogen atom, an aliphatic hydrocarbon group, an ali- 

cyclic hydrocarbon group, a heterocyclic compound residual group, an oxygen-containing group, a nitrogen- 
containing group, a boron-containing group, a sulfur-containing group, a phosphorus-containing group, a sili- 
con-containing group, a germanium-containing group or a tin-containing group and R 2 to R 5 are each a hydro- 
gen atom, a halogen atom, a hydrocarbon group, a heterocyclic compound residual group, an oxygen- 

75 containing group, a nitrogen-containing group, a boron-containing group, a sulfur-containing group, a phospho- 

rus-containing group, a silicon-containing group, a germanium-containing group or a tin-containing group, 
two or more of R 1 to R 5 may be bonded to each other to form a ring, and one group of R 1 to R 5 contained in 
one ligand and one group of R 1 to R 5 contained in another ligand may form a bonding group or a single bond, 
n is a.rwmber-satisfying a valence of-M.-and - 

20 X is a hydrogen atom, a halogen atom, a hydrocarbon group, an oxygen-containing group, a sulfur-containing 

group, a nitrogen-containing group, a boron-containing group, an aluminum-containing group, a phosphorus- 
containing group, a halogen-containing group, a heterocyclic compound residual group, a silicon-containing 
group, a germanium-containing group or a tin-containing group, and when n is 2 or greater, plural groups indi- 
cated by X may be the same or different to each other and plural groups indicated by X may be bonded to each 

25 other to form a ring. 

[0007] The olefin polymerization catalyst according to the present invention comprises: 

(A) Transition metal compound represented by the above formula (I), and 
30 (B) at least one compound selected from: 

(B-1) an organometaJlic compound, 

(B-2) an organoaf uminum oxy-compound, and 

(B-3) a compound which reacts with the transition metal compound (A) to form an ion pair. 

35 

[0008] The olefin polymerization catalyst according to the present invention may further comprise a carrier (C) in 
addition to the transition metal compound (A) and at least one compound (B) selected from the organometallic com- 
pound (B-1), the organoaluminum oxy-compound (B-2) and the compound (B-3) which reacts with the transition metal 
compound (A) to form an ion pair. 
40 [0009] The process for olefin polymerization according to the present invention comprises polymerizing or copoly- 
merizing an olefin in the presence of the above-mentioned olefin polymerization catalyst. 

BRIEF DESCRIPTIO N QF THE DRAWING 

45 [0010] 

Fig. 1 is an explanatory view showing steps for preparing the olefin polymerization catalyst according to the present 
invention. 

50 DETAILED DESCRIPTION OF THE INVENTION 

[0011] The olefin polymerization catalyst of the present invention and the process for olefin polymerization using 
this catalyst are described in detail hereinafter. 

[0012] The meaning of the term "polymerization" used herein is not limited to "homopolymerization" but may com- 
55 prehend "copolymerization". Also, the meaning of the term "polymer used herein is not limited to "homopolymer" but 
may comprehend "copolymer". 

[001 3] The olefin polymerization catalyst according to th invention is formed from: 
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(A) a transition metal compound represented by the formula (I) described below, and 

(B) at least one compound selected from: 

(B-1) an organometallic compound, 
5 (B-2) an organoaluminum oxy-compound, and 

(B-3) a compound which reacts with the transition metal compound (A) to form an ion pair. 

[0014] First, the catalyst components for forming the olefin polymerization catalyst of the invention are described. 

10 (A) Transition metal compound 

[0015] The transition metal compound (A) for use in the invention is represented by the following formula (I). 



15 



20 




(i) 



30 

[001 6] In the above formula, M is a transition metal atom selected from Group 3 (including lanthanoid) to Group 1 1 
of the periodic table, preferably a transition metal atom selected from Group 3 (including lanthanoid) to Group 9, more 
preferably a transition metal atom selected from Group 3 to Group 5 and Group 9, particularly preferably a transition 
metal atom selected from Group 4 and Group 5. Examples of such metal atoms include scandium, titanium, zirconium, 
35 hafnium, vanadium, niobium, tantalum, cobalt, rhodium, yttrium, chromium, molybdenum, tungsten, manganese, rhe- 
nium, iron and ruthenium. Of these, preferable are scandium, titanium, zirconium, hafnium, vanadium, niobium, tanta- 
lum, cobalt, rhodium and the like. More preferable are titanium, zirconium, hafnium, cobalt, rhodium, vanadium, 
niobium, tantalum and the like. Particularly preferable are titanium, zirconium and hafnium. 

[0017] N — M generally indicates a coordinate bond, but in the invention, it sometimes indicates no coordinate 
40 bond. 

[0018] A is a nitrogen atom or a phosphorus atom, preferably a nitrogen atom. 

[001 9] A-M generally indicates a bond between A and the metal M, but in the invention, it may indicate that a pyrrole 
group (in the case where A is nitrogen) is ii-bonded to the metal M. 

[0020] U is a carbon atom having a substrtuent group R 2 (-{PP)C=) t a nitrogen atom (-N=) or a phosphorus atom (- 
45 P=), preferably a carbon atom having a substrtuent group R 2 or a phosphorus atom, more preferably a carbon atom hav- 
ing a substrtuent group R 2 . 

[0021 ] Q is a carbon atom having a substrtuent group R 3 (-(R 3 )C=), a nitrogen atom (-N=) or a phosphorus atom (- 
P=), preferably a carbon atom having a substrtuent group R 3 . 

[0022] S is a carbon atom having a substrtuent group R 4 (-<R 4 )C=), a nitrogen atom (-N=) or a phosphorus atom (- 
so P=), preferably a carbon atom having a substrtuent group R 4 . 

[0023] T is a carbon atom having a substrtuent group R 5 (-(R 2 )^), a nitrogen atom (-N=) or a phosphorus atom (- 

P=), preferably a carbon atom having a substrtuent group R 5 

[0024] m is an integer of 2 to 6, preferably an integer of 2 to 4, more preferably 2. 

[0025] R 1 to R 5 may be the same or different, when M is a transition metal atom selected from Group 3 to Group 5 
55 and Group 7 to Group 11 of the periodic table, they are each a hydrogen atom, a halogen atom, a hydrocarbon group, 
a heterocyclic compound residual group, an oxygen-containing group, a nitrogen-containing group, a boron-containing 
group, a sulfur-containing group, a phosphorus-containing group, a silicon-containing group, a germanium-containing 
group or a tin-containing group, and when M is a transition metal atom selected from Group 6 of the periocfic table, R 1 
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is a hydrogen atom, a halogen atom, an aliphatic hydrocarbon group, an alicyclic hydrocarbon group, a heterocyclic 
compound residual group, an oxygen-containing group, a nitrogen-containing group, a boron-containing group, a sulfur- 
containing group, a phosphorus-containing group, a silicon-containing group, a germanium-containing group or a tin- 
containing group and R 2 to R 5 are each a hydrogen atom, a halogen atom, a hydrocarbon group, a heterocyclic com- 
5 pound residual group, an oxygen-containing group, a nitrogen-containing group, a boron-containing group, a surfur-con- 
taining group, a phosphorus-containing group, a silicon-containing group, a germanium-containing group or a tin- 
containing group. 

[0026] Examples of the hydrocarbon groups include: 

w aliphatic hydrocarbon groups, specifically, straight-chain or branched alkyl groups of 1 to 30 carbon atoms, prefer- 
ably 1 to 20 carbon atoms, such as methyl, ethyl, n-propyt, isopropyl, n -butyl, isobutyl, sec-butyl, tert-butyl, neo- 
pentyt and n-hexyl, straight-chain or branched alkenyi groups of 2 to 30 carbon atoms, preferably 2 to 20 carbon 
atoms, such as vinyl, ally! and isopropenyt, and straight-chain or branched alkynyl groups of 2 to 30 carbon atoms, 
preferably 2 to 20 carbon atoms, such as ethynyl and propargyl; 

is alicyclic hydrocarbon groups, specifically, cyclic saturated hydrocarbon groups of 3 to 30 carbon atoms, preferably 
3 to 20 carbon atoms, such as cyclopropyl, cyclobutyl, cydopentyt, cyclohexyl and adamantyl, and cyclic unsatu- 
rated hydrocarbon groups of 5 to 30 carbon atoms, such as cyclopentadienyl, indenyi and f luorenyl; and 
aromatic hydrocarbon groups, specifically, aryl groups of 6 to 30 carbon atoms, preferably 6 to 20 carbon atoms, 
suchasphenyLbenzyi.napr^ 

20 such as tolyl, isopropytphenyl, t-butytphenyl, dimethylphenyl and di-t-butyfphenyl. 

[0027] In the above hydrocarbon groups, a halogen atom may be substituted for the hydrogen atom. Examples of 
such hydrocarbon groups include halogenated hydrocarbon groups of 1 to 30 carbon atoms, preferably 1 to 20 carbon 
atoms, such as trif luoromethyl, pentafluorophenyl and chlorophenyl. 

25 [0028] The above hydrocarbon groups may be substituted with other hydrocarbon groups. Examples of the thus 
substituted hydrocarbon groups include aryl-substituted alkyl groups, such as benzyl and cumyl. 
[0029] Further, the above hydrocarbon groups may be substituted with heterocyclic compound residual groups; 
oxygen-containing groups, such as an alkoxy group, an aryloxy group, an ester group, an ether group, an acyl group, a 
carboxyl group, a carbonate group, a hydroxy] group, a peroxy group and a carboxylic anhydride group; nitrogen-con- 

30 taining groups, such as an amino group, an imino group, an amido group, an imido group, a hydrazine* group, a hydra- 
zono group, a nitro group, a nitroso group, a cyano group, an isocyano group, a cyanic ester group, an amidino group, 
a diazo group and an ammonium salt derived from an amino group; boron-containing groups, such as a boranediyl 
group, a boranetriyi group and a diboranyi group; sulfur-containing groups, such as a mercapto group, a thbester group, 
a dithioester group, an alkytthio group, an aryfthio group, a thioacyl group, a thioether group, a thiocyanic ester group, 

35 an isothiocyanic ester group, a sulfonic ester group, a sulfonarrudo group, a thiocarboxyl group, a drthiocarboxyl group, 
a suite group, a sutfonyl group, a surf inyl group, a surfenyl group, a sulfonate group and a suff inato ojoup; phosphorus- 
containing groups, such as a phosphido group, a phosphoryl group, a thiophosphoryl group and a phosphate group; sil- 
icon-containing groups; germanium-containing groups; or tin-containing groups. 

[0030] Thus, the hydrocarbon g-oups may be substituted with an oxygen-containing group, nitrogen-containing 
40 group, a boron-containing group, a suffur-containing group, a phosphorus-containing group, a silicon-containing group, 
a germanium-containing group, a tin-containing group or the like, and in this case, the substituent group such as the 
oxygen-containing group is desirably a group whose characteristic atomic group is not directly bonded to N or the car- 
bon atom of U, Q. S, T or A in the formula (I). 

[0031 ] Of the above groups, preferable are straight-chain or branched alkyl groups of 1 to 30 carbon atoms, prefer- 
45 ably 1 to 20 carbon atoms, such as methyl, ethyl, n -propyl, isopropyl, n -butyl, isobutyl, sec-butyl, t-butyl, neopentyl and 
n-hexyl; aryl groups of 6 to 30 carbon atoms, preferably 6 to 20 carbon atoms, such as phenyl, naphthyl, biphenylyl, ter- 
phenyl, phenanthryl and anthryl; and substituted aryl groups wherein the above aryl groups are substituted with 1 to 5 
substituent groups such as halogen atoms, alkyl groups of 1 to 30 carbon atoms, preferably 1 to 20 carbon atoms, 
alkoxy groups of 1 to 30 carbon atoms, preferably 1 to 20 carbon atoms, aryl groups of 6 to 30 carbon atom, preferably 
so 6 to 20 carbon atoms, and aryloxy groups of 6 to 30 carbon atoms, preferably 6 to 20 carbon atoms. 

[0032] Two or more of R 1 to R 5 can be bonded to each other to form a ring. Examples of such rings include con- 
densed rings, such as a benzene ring, a naphthalene ring, an acenaphthene ring and an indene ring; and groups 
wherein alkyl groups such as methyl, ethyl, propyl and butyl are substituted for the hydrogen atoms on these condensed 
rings. 

55 [0033] The heterocyclic compound residual group is a cyclic group containing 1 to 5 hetero atoms therein, and the 
hetero atom is O, N, S, P or B. The cyclic ring is, for example, a monocyclic or polycyclic ring of 4 to 7 members, pref- 
erably a monocyclic or polycyclic ring of 5 to 6 members. Examples of such groups include residual groups of nitrogen- 
containing compounds such as pyrrole, pyridine, pyrirnkJine, quinoline and triazine; residual groups of oxygen -corrtain- 
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ing compounds such as furan and pyran; residual groups of sulfur-containing compounds such as thiophene; and 
groups wherein these residual groups are further substituted with substituent groups such as aJkyl groups of 1 to 30 
carbon atoms, preferably 1 to 20 carbon atoms, and alkoxy groups of 1 to 30 carbon atoms, preferably 1 to 20 carbon 
atoms. 

[0034] The oxygen-containing group is a group containing 1 to 5 oxygen atoms therein. In the oxygen-containing 
group, the above-described heterocyclic compound residual group is not included, and a group containing a nitrogen 
atom, a sulfur atom, a phosphorus atom, a halogen atom or a silicon atom each of which is directly bonded to the oxy- 
gen atom is not included either. Examples of the oxygen-containing groups include an alkoxy group, an aryloxy group, 
an ester group, an ether group, an acyl group, a carboxyl group, a carbonate group, a hydroxy! group, a peroxy group 
and a carboxylic anhydride group. Preferable are an alkoxy group, an aryloxy group, an acetoxy group, a carbonyl 
group, a hydroxy! group and the like. When the oxygen-containing group contains carbon atom, the number of carbon 
atoms is desired to be in the range of 1 to 30, preferably 1 to 20. 

[0035] The nitrogen-containing group is a group containing 1 to 5 nitrogen atoms therein, and the above-described 
heterocyclic compound residual group is not included. Examples of the nitrogen-containing groups include an amino 
group, an imino group, an amido group, an imido group, a hydrazino group, a hydrazono group, a nitro group, a nitroso 
group, a cyano group, an isocyano group, a cyanic ester group, an amidino group, a diazo group and an ammonium salt 
group derived from an amino group. Of these, preferable are an amino group, an imino group, an amido group, an imido 
group, a nitro group and a cyano group. When the nitrogen-containing group contains carbon atom, the number of car- 
bon atoms is desired to be In the range of 1 to 30, preferably 1-to 20r 

[0036] The sulfur-containing group is a group containing 1 to 5 sulfur atoms therein, and the above-described het- 
erocyclic compound residual group is not included. Examples of the sulfur-containing groups include a mercapto group, 
a thioester group, a dithioester group, an alkyrthio group, an aryrthio group, a thioacyl group, a thioether group, a thio- 
cyanic ester group, an isothiocyanic ester group, a sulfonic ester group, a sulfonamido group, a thiocarboxyl group, a 
d'rthiocarboxyl group, a surfo group, a sulfonyl group, a sutfinyl group, a sulfenyl group, a suffonato group and a sulf inato 
group. Of these, preferable are a sulfonate group, a surf inato group, an alkyrthio group and an aryrthio group. When the 
sulfur-containing group contains carbon atom, the number of carbon atoms is desired to be in the range of 1 to 30, pref- 
erably 1 to 20. 

[0037] The silicon-containing group is a group containing 1 to 5 silicon atoms therein, and examples thereof include 
a silyl group, such as a hydrocarbon-substituted silyl group, a siloxy group, such as a hydrocarbon-substituted siloxy 
group, or the like. Examples of the hydrocarbon-substituted silyl groups include methylsilyl, dimethylsilyi, trimethylsilyt, 
ethylsilyl, diethylsilyl, triethyfsilyl, diphenylmethylsityl. triphenylsilyl, dimethyiphenylsilyl, dimethyl -t-butylsilyl and dime- 
thyl(pentafluorophenyl)silyl. Of these, preferable are methylsilyl, dimethylsilyi, trimethylsilyl, ethylsilyl, diethylsilyl, tri- 
ethyisilyl, dimethyiphenylsilyl and triphenylsilyl. Particularly preferable are trimethylsilyl, triethylsilyl, triphenylsilyl and 
dimethyiphenylsilyl. Examples of the hydrocarbon-substituted siloxy groups include trimethylsiloxy. 
[0038] When the silicon-containing group contains carbon atom, the number of carbon atoms is desired to be in the 
range of 1 to 30, preferably 1 to 20. 

[0039] The phosphorus-containing group is a group containing 1 to 5 phosphorus atoms therein, and the above- 
described heterocyclic compound residual group is not included. Examples of the phosphorus-containing groups 
include a phosphino group, a phosphoryl group, a thiophosphoryl group and a phosphono group. 
[0040] The boron-containing group is a group containing 1 to 5 boron atoms therein, and the above-described het- 
erocyclic compound residual group is not included. Examples of the boron-containing groups include a boranediyl 
group, a boranetriyl group and a diboranyl group. Preferable is a boryl group substituted with 1 to 2 hydrocarbon groups 
of 1 to 30 carbon atoms, preferably 1 to 20 carbon atoms, or a borate group substituted with 1 to 3 hydrocarbon groups 
of 1 to 30 carbon atoms, preferably 1 to 20 carbon atoms. When the boron-containing group is a group substituted with 
two or more hydrocarbon groups, the hydrocarbon groups may be the same or different. 

[0041] Examples of the germanium-containing groups or the tin-containing groups include groups wherein silicon 
is replaced with germanium or tin in the above-mentioned silicon-containing groups. 

[0042] The oxygen-containing group, nitrogen-containing group, sulfur-containing group, boron-containing group, 
aluminum-containing group and phosphorus-containing group mentioned above are each preferably a group whose 
characteristic atomic group is directly bonded to N or the carbon atom of U, Q, S, T or A in the formula (I). 
[0043] The above examples of the groups indicated by R 1 to R 5 are more specifically described below. 
[0044] Of the oxygen-containing groups, preferred examples of the alkoxy groups include methoxy, ethoxy, n-pro- 
poxy, isopropoxy, n-butoxy, isobutoxy and tert-butoxy; preferred examples of the aryloxy groups include phenoxy, 2,6- 
dimethyfphenoxy and 2,4,6-trimethylphenoxy; preferred examples of the acyl groups include formyl, acetyl, benzoyl, p- 
chlorobenzoyl and p-methoxybenzoyl; and preferred examples of the ester groups include acetyloxy, benzoyloxy, meth- 
oxycarbonyl, phenoxycarbonyl and p-chlorophenoxycarbonyl . 

[0045] Of the nitrogen-containing groups, preferred examples of the amido groups include acetamido, N-methyla- 
cetamido and N-methylbenzamido; preferred examples of the amino groups include alkylamino groups, such as meth- 
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ylamino, dimethylamino, dethyiamino, dipropyfamino, dfoutylamino and dicydohexylamino, and arylamino groups or 
aikytarytamino groups, such as phenylamino, diphenyiamirK), ditdylamino, dinaphthytamino and methylphenylamino; 
preferred examples of the imido groups include acetimido and benzimido; and preferred examples of the imino groups 
include methylimino, ethyl imino, propylimino, butylimino and phenylimino. 

5 [0046] Of the sulfur-containing groups, preferred examples of the alkytthio groups include methytthio and ethylthio; 
preferred examples of the arytthio groups include phenytthio, methylphenyrthio and naphthytthio; preferred examples of 
the thioester groups include acetytthio, benzoyfthio, methyfthiocarbonyl and phenytthiocarbonyl ; preferred examples of 
sulfonic ester groups include methylsurfbnate, ethyteulfonate and phenylsurfonate esters; and preferred examples of the 
suHbnamido groups include phenyl sulfonamide, N-methytsuHbnarnido and N-methyl-p-toluenesulfonamido. 

10 [0047] Examples of the sulfonate groups include methylsulfonato, trif luoromethanesurfbnato, phenylsuKonato, ben- 
zylsuHbnato, p-tduenesuttonato, trimethylbenzenesulfonato, triisobutylbenzenesurfbnato, p-chlorobenzenesurfonato 
and pentaf I uorobenz en esulf onato. Examples of the surfinato groups include methyl sulfinato, phenylsulfinato, benzyl- 
sulf inato, p-toluenesuK inato, trimethylbenzenesulf inato and pentaf luorobenzenesulfinato. 

[0048] Of the phosphorus-containing groups, preferred examples of the phosphino groups include dimethytphos- 
75 phino group, diphenytphosphino group or the like; preferred examples of the phosphoryi groups include methylphos- 
phoryl group, rsopropytphosphoryl group, phenylphosphoryl group or the like; preferred examples of the thiophosphoryl 
groups include methytthiophosphoryl group, isopropylthiophosphoryl group, phenylthiophosphoryl group or the like; 
preferred examples of the phosphono groups include phosphoric acid group, phosphate ester group, such as dimethyl 
phosphatcrdiisoprcpy! phosphate,-<fiphenyi phosphateror the iike.- 
20 [0049] When M is a transition metal atom selected from Group 3 to Group 5 and Group 7 to Group 1 1 of the periodic 
table, R 1 to R 5 are each preferably a hydrogen atom, a halogen atom, a hydrocarbon group, a heterocyclic compound 
residual group, an oxygen-containing group, a nitrogen-containing group, a boron-containing group, a sulfur-containing 
group, a silicon-containing group, a germanium-containing group or a tin-containing group. When M is a transition metal 
atom selected from Group 6 of the periodic table, R 1 is preferably a hydrogen atom, a halogen atom, an aliphatic hydro- 
ps carbon group, an alicydic hydrocarbon group, a heterocyclic compound residual group, an oxygen-containing group, a 
nitrogen-containing group, a boron-containing group, a surfur-containing group, a silicon-containing group, a germa- 
nium-containing group or a tin-containing group, and R 2 to R 5 are each preferably a hydrogen atom, a halogen atom, a 
hydrocarbon group, a heterocyclic compound residual group, an oxygen-containing group, a nitrogen-containing group, 
a boron-containing group, a sulfur-containing group, a silicon-containing group, a germanium-containing group or a tin- 
30 containing group. 

[0050] When M is a transition metal atom selected from Group 3 to Group 5 and Group 7 to Group 1 1 of the periodic 
table, R 1 to R 5 are each especially a hydrogen atom, a halogen atom, a hydrocarbon group, a heterocyclic compound 
residual group, an oxygen-containing group, a nitrogen-containing group, a sulfur-containing group or a silicon-contain- 
ing group. When M is a transition metal atom selected from Group 6 of the periodic table, R 1 is especially a hydrogen 
35 atom, a halogen atom, an aliphatic hydrocarbon group, an alicydic hydrocarbon group, a heterocydic compound resid- 
ual group, an oxygen-containing group, a nitrogen-containing group, a sulfur-containing group or a silicon-containing 
group, and R 2 to R 5 are each especially preferably a hydrogen atom, a halogen atom, a hydrocarbon group, a hetero- 
cyclic compound residual group, an oxygen-containing group, a nitrogen-containing group, a sulfur-containing group or 
a silicon-containing group. 

40 [0051 ] In particular, as regards activity, R 5 is preferably a hydrogen atom, a halogen atom, a hydrocarbon group, a 
heterocydic compound residual group, a hydrocarbon-substituted silyl group, a hydrocarbon-substituted siloxy group, 
an alkoxy group, an alkytthio group, an aryloxy group, arytthio group, an acyl group, an ester group, a thioester group, 
an amkJo group, an amino group, an imido group, an imino group, a sulfonic ester group, a sulfonamide group, a cyano 
group, a nrtro group or a hydroxy! group, more preferably a hydrogen atom, a halogen atom, a hydrocarbon group or a 

45 hydrocarbon-substituted silyl group. 

[0052] Preferred examples of the hydrocarbon groups indicated by R 5 indude straight-chain or branched alkyl 
groups of 1 to 30 carbon atoms, preferably 1 to 20 carbon atoms, such as methyl, ethyl, n-propyl. isopropyl, n-butyl, iso- 
butyt, sec-butyl, tert-butyl, neopentyl and n-hexyl; cyclic saturated hydrocarbon groups of 3 to 30 carbon atoms, prefer- 
ably 3 to 20 carbon atoms, such as cyclopropyl, cydobutyl, cyclopentyl, cyciohexyl and adamantyl; aryl groups of 6 to 

so 30 carbon atoms, preferably 6 to 20 carbon atoms, such as phenyl, benzyl, naphthyl, biphenylyl and triphenylyl; and 
groups wherein the above groups are substituted with substituent groups such as an alkyl or alkoxy group of 1 to 30 
carbon atoms, preferably 1 to 20 carbon atoms, a halogenated alkyl group of 1 to 30 carbon atoms, preferably 1 to 20 
carbon atoms, an aryl or aryloxy group of 6 to 30 carbon atoms, preferably 6 to 20 carbon atoms, halogen, a cyano 
group, a nitro group and a hydroxy! group. 

55 [0053] Preferred examples of the hydrocarbon-substituted silyl groups indicated by R 5 indude methylsilyl, dimeth- 
ylsilyl, trimethylsilyl, ethylsiryl, diethylsilyt, triethylsilyl, diphenylmethyJsilyl, triphenylsilyl, dimethylphenylsilyl, dimethyl-t- 
butytsilyl and dimethyl(pentafluorophenyl)silyl. Particularly preferable are trimethylsilyl, triethylphenylsilyi, diphenyl- 
methylsilyl, isophenylsilyl, dimethylphenylsilyl, dimethyl-t-butylsilyl and dimethyl (pentaf luorophenyl)silyl. 
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[0054] Two or more groups of R 1 to R 5 , preferably neighboring groups, may be bonded to each other to form an 
aliphatic ring, an aromatic ring or a hydrocarbon ring containing a hetero atom such as a nitrogen atom. These rings 
may further have a substrtuent group. 

[0055] One group of R 1 to R 5 contained in one ligand and one group of R 1 to R 5 contained in another ligand may 
form a bonding group or a single bond, and R 1 s. R 2 ^ R 3 s. RV or F?s may be the same or different 
[0056] n is a number satisfying a valence of M, specifically, an integer of 0 to 5, preferably an integer of 1 to 4, more 
preferably an integer of 1 to 3. 

[0057] X is a hydrogen atom, a halogen atom, a hydrocarbon group, an oxygen-containing group, a sulfur-contain- 
ing group, a nitrogen-containing group, a boron-containing group, an aluminum-containing group, a phosphorus-con- 
taining group, a halogen-containing group, a heterocyclic compound residual group, a silicon-containing group, a 
germanium-containing group or a tin-containing group. When n is 2 or greater, plural groups indicated by X may be the 
same or different 

[0058] The halogen atom is fluorine, chlorine, bromine or iodine. 

[0059] Examples of the hydrocarbon groups include the same groups as previously described with respect to R 1 to 
R 5 . specifically, there can be mentioned alkyl groups, such as methyl, ethyl, propyl, butyl, hexyl, octyl, nonyt, dodecyl 
and eicosyl; cycloalkyl groups of 3 to 30 carbon atoms, such as cydopentyl, cydohexyl, norbornyl and adamantyl; alke- 
nyl groups, such as vinyl, propenyl and cydohexenyl; aryl alkyl groups, such as benzyl, phenyl ethyl and phenyl propyl; 
and aryl groups, such as phenyl, tolyl, dimethytphenyt, trimethytphenyl, ethylphenyl, propylphenyl, biphenylyl, naphthyl, 
-rnelhylr^hthyl.-anthrv^ 

ically, groups wherein at least one hydrogen is replaced with halogen in the hydrocarbon groups of 1 to 20 carbon 
atoms. 

[0060] Of the above groups, preferable are hydrocarbon groups of 1 to 20 carbon atoms. 
[0061 ] Examples of the oxygen-containing groups include the same groups as previously described with respect to 
R 1 to R 5 . Specifically, there can be mentioned a hydroxy! group; alknxy groups, such as methoxy, ethoxy, propoxy and 
butoxy; aryloxy groups, such as phenoxy, methytphenoxy, dimethylphenoxy and naphthoxy; arylalkoxy groups, such as 
phenyimethoxy and phenylethoxy; an acetoxy group; and a carton yl group. 

[0062] Examples of the sulfur-containing groups indude the same groups as previously described with respect to 
R 1 to R 5 . Specifically, there can be mentioned suffonato groups, such as methylsurfonato, trifluoromethanesurfonato, 
phenyisurfbnato, benzylsurfonato, p-toluenesulfonato, trimethylbenzenesulfonato, triisobutylbenzenesulfonato, p-chlo- 
robenzenesuffbnato and perrtaf luorobenzenesulfonato; suff inato groups, such as methylsurfinato, phenytsutf inato, ben- 
zylsuHinato, p-toluenesurfinato. trimethylbenzenesulfinato and pentafluorobenzenesulfinato; alkytthio groups; and 
arylthio groups. 

[0063] Examples of the nitrogen-containing groups indude the same groups as previously described with respect 
to R 1 to R 5 . Specifically, there can be mentioned an amino group; alkylamino groups, such as methyl ami no, dimethyl- 
ami no, diethyl amino, dipropylamino, dibutylamino and dicydohexylamino; and aryl amino or alkytarylamino groups, 
such as phenylamino, diphenylamino, ditolylamino, dinaphthylamino and methylphenyiamino. 
[0064] Examples of the boron-containing groups indude BR4 (R is a hydrogen, an alkyl group, an aryl group which 
may have a substrtuent group, a halogen atom or the like). 

[0065] Examples of the aluminum-containing groups indude AIR4 (R is a hydrogen, an alkyl group, an aryl group 
which may have a substrtuent group, a halogen atom or the like). 

[0066] Examples of the phosphorus-containing groups include trialkylphosphine groups, such as trimethytphos- 
phine, tributylphosphine and tricydohexylphosphine; triarytphosphine groups, such as triphenylphosphine and tritolyl- 
phosphine; phosphite groups (phosphido groups), such as methylphosphrte, ethylphosphrte and phenylphosphrte; a 
phosphonic acid group; and a phosphinic acid group. 

[0067] Examples of the halogen-containing groups indude fluorine-containing groups, such as PF 6 and BF 4 ; chlo- 
rine-containing groups, such as CIO4 and SbCI 6 ; and iodine-containing groups, such as I0 4 . 
[0068] Examples of the heterocyclic compound residual groups indude the same groups as previously described 
with respect to R 1 to R 5 . 

[0069] Examples of the silicon-containing groups indude the same groups as previously described with respect to 
R 1 to R 5 . Specifically, there can be mentioned hydrocarbon-substituted silyl groups, such as phenylsilyl, diphenylsilyl, 
trimethylsilyl. triethyJsilyl, tripropylsilyl, tricyclohexylsilyl, triphenylsilyl, methyldiphenylsilyl, tritolylsilyt and trinaphthylsi- 
tyl; hydrocarbon-substituted silyl ether groups, such as trimethylsilyl ether; silicon-substituted alkyl groups, such as tri- 
methylsilylmethyl; and silicon-substituted aryl groups, such as trimethylsilylphenyt. 

[0070] Examples of the germaniurn-containing groups indude the same groups as previously described with 
respect to R 1 to R 5 . Specifically, there can be mentioned groups wherein silicon is replaced with germanium in the 
above-mentioned silicon-containing groups. 

[0071 ] Examples of the tin-containing groups indude the same groups as previ usly described with respect to R 1 
to R 5 . Specifically, there can be mentioned groups wherein silicon is replaced with tin in the above-mentioned silicon- 
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containing groups. 

[0072] When n is 2 or greater, plural groups indicated by X may be the same or different and plural groups indicated 
by X may be bonded to each other to form a ring. 

[0073] X is preferably a hydrogen atom, a halogen atom, a hydrocarbon group, an oxygen-containing group or a 
5 nitrogen-containing group, more preferably a hydrogen atom, a halogen atom or a hydrocarbon group. 

[0074] Examples of the transition metal compounds represented by the formula (I) are given below, but the transi- 
tion metal compounds are not limited to those examples. 

[0075] In the following examples, M is a transition metal atom, e.g., Sc(lll), Ti(lll), Ti(IV), Zr(lll), Zr(IV), Hf(IV), V(IV), 
Nb(V). Ta(V). Co(ll). Co(lll), Rh(ll), Rh(lll) or Rh(IV). Of these. Ti(IV), Zr(IV) or Hf(IV) is particularly preferable. 
10 [0076] X is halogen such as CI or Br, or an alkyl group such as methyl. When plural X are present, they may be the 
same or different. 

[0077] n is decided by a valence of the metal M. For example, when two monoanions are bonded to the metal, there 
can be mentioned n = 0 in case of a divalent metal, n = 1 in case of a trivalent metal, n = 2 in case of a tetravalent metal, 
and n = 3 in case of a pentavalent metal. More specifically, there can be mentioned n = 2 in case of Ti(IV), n = 2 in case 
15 of Zr(IV), and n = 2 in case of Hf(IV). 
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[0078] More specific examples of the transition metal compounds represented by the formula (I) include following 
titanium compounds and compounds wherein titanium is replaced with hafnium or zirconium in the following titanium 
compounds. 
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[0079] Examples of the compounds represented by the above formula (0 wherein M is a transition metal atom M' 
of Group 6 of the periodic table are given below, but the compounds are not limited to those examples. 
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[0080] Examples of the transition metal compounds represented by the above formula (I) wherein M is a transition 
metal atom of Group 6 of the periodic table are given below, but the transition metal compounds ar not limited to those 
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examples. 




[0081 ] In the above examples, Me denotes a methyl group. Et denotes an ethyl group, iPr denotes an i-propyl group. 
tBu denotes a tert-butyl group, and Ph denotes a phenyl group. 

[0082] The transition metal compound represented by the formula (I) wherein m is 2 and ne group of R 1 to R 5 con- 
tained in one ligand and one group of R 1 to R 5 contained in another ligand form a bonding gr up r a singl bond is, for 
example, a compound represented by the following formula (l-a). 
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20 [0083] In the formula (l-a), M, A. Q, S. T, U. R 1 to R 5 and X have the same meanings as those of M, A, Q, S, T, U, 
R 1 to R 5 and X in the formula (I), and A' has the same meaning as that of A. 

[0084] IT is a carbon atom having a substituent group R 12 (-(R 12 )C=), a nitrogen atom (-N=)or a phosphorus atom 
(-P=), preferably a carbon atom having a substituent group R 12 a a phosphorus atom, more preferably a carbon atom 
having a substituent group R 12 . 
25 [0085] Q' is a carbon atom having a substituent group R 13 (-(R 13 )C=), a nitrogen atom (-N=) or a phosphorus atom 
( P=), preferably a carbon atom having a substituent group R 13 .. 

[0086] S' is a carbon atom having a substituent group R 14 (-(R 14 )C=), a nitrogen atom (-N=) or a phosphorus atom 
( P=), preferably a carbon atom having a substituent group R 14 . 

[0087] T is a carbon atom having a substituent group R 15 (-{R 15 )C=), a nitrogen atom (-N=) or a phosphorus atom 
30 (-P-), preferably a carbon atom having a substituent group R 15 . 

[0088] R 11 to R 15 may be the same or different R 1 1 has the same meaning as that of R 1 , and R 12 to R 15 have the 
same meanings as those of R 2 to R 5 . 

[0089] R 1 to R 5 and R 1 1 to R 15 may be the same or different, and two or more groups of R 1 to R 5 and R 1 1 to R 15 . 
preferably neighboring groups, may be bonded to each other to form an aliphatic ring, an aromatic ring or a hydrocarbon 
35 ring containing a hetero atom such as a nitrogen atom. 

[0090] Y is a bonding group or a single bond formed from at least one group selected from R 1 to R 5 and at least 
one group selected from R 11 to R 15 . 

[0091 ] The bonding group indicated by Y is specifically a group containing at least one atom selected from oxygen, 
sulfur, carbon, nitrogen, phosphorus, silicon, selenium, tin, boron and the like. Examples of such groups include groups 

40 containing chalcogen atoms such as -O-, -S- and -Se-; nitrogen- or phosphorus-containing groups, such as -NH-, - 
N(CH 3 )2-, -PH- and -P(CH3) 2 -; hydrocarbon groups of 1 to 20 carbon atoms, such as -Chfe-, -CKfe-Chfe- and -C(CH3) 2 - 
; residual groups of cyclic unsaturated hydrocarbons of 6 to 20 carbon atoms, such as benzene, naphthalene and 
anthracene; residual groups of heterocyclic compounds having 3 to 20 carbon atoms and containing hetero atoms, 
such as pyridine, quinoline, thiophene and furan; silicon atom-containing groups, such as -Sih^- and -SKCHsfe-; tin 

45 atom-containing groups, such as -Snh^- and -SnfCH^-; and boron atom-containing groups, such as -BH-, -BfChy- 
and -BF-. 

[0092] The transition metal compound represented by the formula (l-a) wherein R 1 and R 1 1 form a bonding group 
or a single bond is, for example, a compound represented by the following formula (l-b). 

50 
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20 [0093] In the formula (l-b). M, A, Q, S, T, U, R 2 to R 5 and X have the same meanings as those of M, A, Q, S, T, U, 
R 2 to R 5 and X in the formula (I), and A\ Q\ S\ T, U' and R 12 to R 15 hare the same meanings as those of A\ Q\ S\ T, 
U f and R 12 to R 15 in the formula (l-a). 

[0094] R 2 to R 5 and R 12 to R 15 may be the same or different, and two or more groups of R 2 to R 5 and R 12 to R 15 , 
preferably neighboring groups, may be bonded to each other to form an aliphatic ring, an aromatic ring or a hydrocarbon 

25 ring containing a hetero atom such as a nitrogen atom. 

[0095] In the formula (l-b), at least one of R 4 and R 1 4 . particularly both of them, are each preferably a halogen atom, 
a hydrocarbon group, a heterocyclic compound residual group, an oxygen-containing group, a nitrogen-containing 
group, a boron-containing group, a sulfur-containing group, a phosphorus-containing group, a silicon-containing group, 
a germaniurrvcontaining group or a tin-containing group. 

30 [0096] n is a number satisfying a valence of M. 

[0097] X is particularly preferably a halogen atom, a hydrocarbon group of 1 to 20 carbon atoms or a sulfonate 
group. When n is 2 or greater, the ring formed from two or more of X bonded to each other may be an aromatic ring or 
an aliphatic ring. 

[0098] Y has the same meaning as that of Y in the formula (l-a), and when Y is a hydrocarbon group, the hydrocar- 
35 bon group has 3 or more carbon atoms. Such a bonding group Y* has a structure wherein the main chain is constituted 
of preferably 3 or more atoms, more preferably 4 to 20 atoms, particularly preferably 4 to 10 atoms. Such a bonding 
group may have a substituent group. 

[0099] Examples of the divalent bonding groups (Y*) include chalcogen atoms, such as -O-, -S- and -Se-; nrtrogen- 
or phosphorus-containing groups, such as -NH-, -N(CH3)-. -PH-and -PfCI-y-; silicon-containing groups, such as -SiHa- 

40 and -Si(CH3) 2 -I tin-containing groups, such as -SnH 2 - and - SnfCH^-; and boron-containing groups, such as -BH-, - 
B(CH 3 )-and -BF-. Examples of the hydrocarbon groups include saturated hydrocarbon groups of 3 to 20 carbon atoms, 
such as -(CH2) 4 -, -(CH^s- and -(CH2) 6 -; cyclic saturated hydrocarbon groups, such as s cyclohexylidene group and a 
cydohexylene group; groups wherein parts of these saturated hydrocarbon groups are substituted with 1 to 1 0 substit- 
uent groups such as hydrocarbon groups, halogens (e.g., fluorine, chlorine, bromine) and hetero atoms (e.g., oxygen, 

45 sulfur, nitrogen, phosphorus, silicon, selenium, tin, boron); residual groups of cyclic unsaturated hydrocarbons of 6 to 
20 carbon atoms, such as benzene, naphthalene and anthracene; and residual groups of heterocyclic compounds hav- 
ing 3 to 20 carbon atoms and containing hetero atoms, such as pyridine, quinoline, thiophene and furan. 
[01 00] Examples of the transition metal compounds represented by the formula (l-b) are given below, but the com- 
pounds of the formula (l-b) are not limited to those examples. 

so 
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55 

[01 01 ] In the above examples, Me denotes a methyl group, and Ph denotes a phenyl group. 

[0102] In the present invention, transition metal compounds wherein the titanium metaJ is replaced with a metal 

other than titanium, such as zirconium or hafnium, in the above-menti ned compounds are also employable. 
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[0103] The process for preparing the transition metal compound (A) is not specifically limited. For example, a com- 
pound (ligand precursor) which will become a ligand in th synthesized transition metal compound (A) is allowed to 
react with a transition metal-containing compound such as a compound represented by MX|< (M and X have the same 
meanings as those of M and X in the formula (I) and k is a number satisfying a valence of M). 

5 [0104] The process is now specifically described. When the ligand for constituting the transition metal compound 
(A) is a pyrrole-aldoimine ligand, a compound (ligand precursor) which will become the pynrole-aldoimine ligand in the 
synthesized transition metal compound (A) is obtained by allowing an acylpyrrole compound to react with a primary 
amine compound represented by the formula R 1 -NH2 (R 1 has the same meaning as that of R 1 in the formula (I)) such 
as an aniline compound or an alkylamine compound. More specifically, the acylpyrrole compound and the primary 

w amine compound are dissolved in a solvent Then, the resulting solution is stirred under the conditions of a temperature 
of room temperature to ref ins temperature for about 1 to 48 hours, whereby the corresponding ligand precursor is 
obtained in a high yield. As the solvent, any solvent generally used for such reaction is employable. Above all, an alcohol 
solvent such as methanol or ethanol or a hydrocarbon solvent such as toluene is preferable. 
[0105] When the ligand for constituting the transition metal compound (A) is a phosphole aldoimine ligand, the lig- 

is and precursor can be obtained by, for example, allowing an acytphosphole compound obtained by formylation of halo- 
genated phosphole (by a method described in Angew Chem 1994, 106(1 1). 1214) to react with an aniline compound or 
R 1 -NH2 (R 1 has the same meaning as that of R 1 in the formula (0) in the same manner as described above. 
[0106] Also, when the ligand is a five-membered heterocyclic compound wherein in the formula (I) U is a carbon 
_atom T A js a.nitrogen.atom.or_9^phosphopjs^ 

20 atom, e.g., pyrazole aldoimine, the ligand precursor can be synthesized by performing a-formylation and introduction of 
an imino group in the same manner as described above. 

[0107] In the synthesis of a ligand precursor wherein U in the formula (I) is a nitrogen atom, the ligand precursor 
can be obtained by allowing a five-membered heterocyclic compound having hydrogen at the a-positton, such as pyr- 
role, indole, phosphole or pyrazole, to react with a diazonium compound synthesized from an aniline or alkylamine com- 
25 pound. More specifically, both of the starting compounds are dissolved in a solvent and the resulting solution is stirred 
at a temperature of 0 °C to ref lax temperature for about 1 to 48 hours, whereby the corresponding ligand is obtained. A 
water solvent is preferable as the solvent 

[0108] The diazonium compound is obtained by, for example, allowing a primary aniline or amine compound to 
react with sodium nitrite, alkyl nitrite or the like and a strong acid such as hydrochloric acid in water. 
30 [0109] In the synthesis of the ligand precursor, an acid catalyst such as formic acid, acetic acid or toluenesuHbnic 
acid may be used as the catalyst It is effective for the progress of the reaction to use dehydrating agents such as molec- 
ular sieves, magnesium sulfate and sodium sulfate or to perform dehydration by the Dean and Stark method. 
[01 1 0] Then, the thus obtained ligand precursor is allowed to react with a transition metal-containing compound to 
synthesize the corresponding transition metal compound. More specifically, the synthesized ligand precursor is dis- 
ss solved in a solvent and then allowed to directly react with the transition metal-containing compound, to synthesize the 
corresponding transition metal compound. 

[01 1 1 ] If necessary, the ligand precursor may be contacted with a base to prepare a salt, and the salt may be mixed 
with a metallic compound such as a metallic halide or a metallic alkylate at a low temperature and stirred at a temper- 
ature of -78 °C to room temperature or under reflux for about 1 to 48 hours. 

40 [01 12] As the solvent any solvent generally used for such reaction is employable. Above all, a polar solvent such 
as ethyl ether or tetrahydrofuran (THF) or a hydrocarbon solvent such as toluene is preferably employed. 
[01 1 3] Examples of the bases used for preparing a salt include metallic salts such as lithium salts (e.g., n-butyilrth- 
ium) and sodium salts (e.g., sodium hydride) and organic bases such as triethylamine and pyridine, although the bases 
employable are not limited thereto. 

45 [01 1 4] It is possible to exchange the metal M in the synthesized transition metal compound with another transition 
metal in a conventional way. When any of R 1 to R 5 is H, a substrtuent group other than H can be introduced in any stage 
of the synthesis process. 

[0115] The transition metal compounds (A) mentioned above are used singly or in combination. The transition 
metal compound (A) can be used in combination with other transition metal compounds, e.g., known transition metal 
so compounds constituted of ligands containing a hetero atom such as nitrogen, oxygen, sulfur, boron or phosphorus. 
[01 1 6] In addition to the transition metal compound (A), a titanium catalyst component containing magnesium, tita- 
nium and halogen as its essential ingredients is employable. 

Other transition metal compounds 

55 

[0117] Examples of the transition metal compounds other than the above transition metal compounds (A) include 
the following transition metal compounds, without limiting to those examples. 
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(a-1) Transition metal imide compound represented by the following formula (l-c): 




<l-c) 



In the above formula, Mis a transition metal atom selected from Group 8 to Group 1 0 of the periodic table, pref- 
erably nickel, palladium or platinum. 

R 31 to R 34 may be the sue or different and are each a hydrocarbon group of 1 to 50 carbon atoms, a halogen- 
ated hydrocarbon group of 1 to 50 carbon atoms, a hydrocarbon-substituted silyl group or a hydrocarbon group 
substituted with a substituent group containing at least one atom selected from nitrogen, oxygen, phosphorus, sul- 
fur and silicon. 

Two or more of the groups indicated by R 31 to R 34 , preferably neighboring groups, may be boned to each other 
to form a ring. 

q is an integer of 0 to 4. 

X is a hydrogen atom, a halogen atom, a hydrocarbon group of 1 to 20 carbon atoms, a halogenated hydrocar- 
bon group of 1 to 20 carbon atoms, an oxygen-containing group, a sulfur-containing group, a silicon-containing 
group or a nitrogen-containing group. When q is 2 or greater, plural groups indicated by X may be the same or dif- 
ferent. 

(a-2) Transition metal amide compound represented by the following formula (l-d): 



FT 



(I-d) 



In the above formula, M is a transition metal atom selected from Group 3 to Group 6 of the periodic table, pref- 
erably titanium, zirconium or hafnium. 

R' and R" may be the same or different and are each a hydrogen atom, a hydrocarbon group of 1 to 50 carbon 
atoms, a halogenated hydrocarbon group of 1 to 50 carbon atoms, a hydrocarbon-substituted silyl group or a sub- 
stituent group having at least one atom selected from nitrogen, oxygen, phosphorus, sulfur and silicon. 

m is an integer of 0 to 2. 

n is an integer of 1 to 5. 

A is an atom selected from Group 13 to Group 16 of the periodic table, specifically boron, carbon, nitrogen, 
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oxygen, silicon, phosphorus, sulfur, germanium, selenium, tin or the like, preferably carbon or silicon. When n is 2 
or greater, plural atoms indicated by A may be the same or different. 

E is a substituent group having at least one atom selected from carbon, hydrogen, oxygen, halogen, nitrogen, 
sulfur, phosphorus, boron and silicon. When m is 2, two of E may be the same or cfifferent or may be bonded to 
each other to form a ring. 

p is an integer of 0 to 4. 

X is a hydrogen atom, a halogen atom, a hydrocarbon group of 1 to 20 carbon atoms, a halogenated hydrocar- 
bon group of 1 to 20 carbon atoms, an oxygen-containing group, a sulfur-containing group, a silicon-containing 
group or a nitrogen-containing group. When p is 2 or greater, plural groups indicated by X may be the same or dif- 
ferent. X is preferably a halogen atom, a hydrocarbon group of 1 to 20 carbon atoms or a sulfonate group. 
(a-3) Transition metal diphenoxy compound represented by the following formula (l-e): 



In the above formula, M is a transition metal atom selected from Group 3 to Group 1 1 of the periodic table. 
I and m are each an integer of 0 or 1. 

A and A' are each a hydrocarbon group of 1 to 50 carbon atoms, a halogenated hydrocarbon group of 1 to 50 
carbon atoms, or a hydrocarbon group or a halogenated hydrocarbon group of 1 to 50 carbon atoms each having 
a substituent group containing oxygen, sulfur or silicon. A and A may be the same or different. 

B is a hydrocarbon group of 0 to 50 carbon atoms, a halogenated hydrocarbon group of 1 to 50 carbon atoms, 
a group represented by R 1 R 2 Z, oxygen or sutfur. R 1 and R 2 are each a hydrocarbon group having 1 to 20 carbon 
atoms or a hydrocarbon group having 1 to 20 carbon atoms and containing at least one hetero atom, and Z is car- 
bon, nitrogen, sulfur, phosphorus or silicon. 

p is a number satisfying a valence of M. 

X is a hydrogen atom, a halogen atom, a hydrocarbon group of 1 to 20 carbon atoms, a halogenated hydrocar- 
bon group of 1 to 20 carbon atoms, an oxygen-containing group, a sulfur-containing group, a silicon-containing 
group or a nitrogen-containing group. When p is 2 or greater, plural groups indicated by X may be the same or dif- 
ferent or may be bonded to each other to form a ring. 

(a-4) Transition metal compound containing a ligand having cydopentadienyt skeleton containing at least one het- 
ero atom, said compound being represented by the following formula (l-f): 




(I-e) 
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(I-f) 



In the above formula, M is a transition metal atom selected from Group 3 to Group 11 of the periodic table. 
X is an atom selected from Group 13, Group 14 and Group 15 of the periodic table, and at least one X is an 
atom other than carbon. 
aisOor 1. 

Each R may be the same or different and is a hydrogen atom, a halogen atom, a hydrocarbon group, a halo- 
genated hydrocarbon group, a hydrocarbon-substituted silyl group or a hydrocarbon group having a substituent 
group containing at least one atom selected from nitrogen, oxygen, phosphorus, sulfur and silicon. Two or more of 
R may be bonded to each other to form a ring. 

b is an integer of 1 to 4. When b is 2 or greater, groups indicated by [((R)a) 5 -X s ] may be the same or different, 
and Rs may be crosslinked to each other. 

c is a number satisfying a valence of M. 

Y is a hydrogen atom, a halogen atom, a hydrocarbon group of 1 to 20 carbon atoms, a halogenated hydrocar- 
bon group of 1 to 20 carbon atoms, an oxygen-containing group, a sulfur-containing group, a silicon-containing 
group or a nitrogen-containing group. 

When c is 2 or greater, plural groups indicated by Y may be the same or different, and plural groups indicated 
by Y may be bonded to each other to form a ring. 
(a-5) Transition metal compound represented by the following formula: 

PB(Pz) 3 MX n 



In the above formula, M is a transition metal atom of Group 3 to Group 1 1 of the periodic table. 
R is a hydrogen atom, a hydrocarbon group of 1 to 20 carbon atoms or a halogenated hydrocarbon group of 1 
to 20 carbon atoms. 

Pz is a pyrazoyl group or a substituted pyrazoyl group, 
n is a number satisfying a valence of M. 

X is a hydrogen atom, a halogen atom, a hydrocarbon group of 1 to 20 carbon atoms, a halogenated hydrocar- 
bon group of 1 to 20 carbon atoms, an oxygen-containing group, a sulfur-containing group, a silicon-containing 
group or a nitrogen-containing group. When n is 2 or greater, plural groups indicated by X may be the same or dif- 
ferent or may be bonded to each other to form a ring. 
(a-6) Transition metal compound represented by the following formula (l-g): 
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In the above formula, Y 1 and Y 3 may be the same or different and are each an atom selected from Group 15 
of the periodic table, and Y 2 is an atom selected from Group 1 6 of the periodic table. 

R 41 to R 48 may be the same or different, they are each a hydrogen atom, a halogen atom, a hydrocarbon group 
of 1 .to 20 rarbon atoms, a h^^ 

a sulfur-containing group or a silicon-containing group, and two or more of them may be bonded to each other to 
form a ring. 

(a-7) Compound comprising a compound represented by the following formula (l-h) and a transition metal atom 
selected from Group 8 to Group 1 0 of the periodic table: 



R 53 N — R 54 



(I-h) 



In the above formula, R 51 to R 54 may be the same or different, they are each a hydrogen atom, a halogen atom, 
a hydrocarbon group of 1 to 20 carbon atoms or a halogenated hydrocarbon group of 1 to 20 carbon atoms, and 
two or more of them may be bonded to each other to form a ring. 

(a-8) Transition metal compound represented by the following formula (l-i): < 




In the above formula, M is a transition metal atom selected from Group 3 to Group 1 1 of the periodic table, 
m is an integer of 0 to 3. 



26 



EP1008595A2 



n is an integer of 0 or 1. 
p is an integer of 1 to 3. 
q is a number satisfying a valence of M. 

R 61 10 R 68 may be or different^ they are each a hydrogen atom, a halogen atom, a hydrocarbon group 

of 1 to 20 carbon atoms, a halogenated hydrocarbon group of 1 to 20 carbon atoms, an oxygen-containing group, 
a sulfur-containing group, a silicon-containing group or a nitrogen-containing group, and two or more of them may 
be bonded to each other to form a ring. 

X is a hydrogen atom, a halogen atom, a hydrocarbon group of 1 to 20 carbon atoms, a halogenated hydrocar- 
bon group of 1 to 20 carbon atoms, an oxygen-containing group, a sulfur-containing group, a silicon-containing 
group or a nitrogen-containing group. When q is 2 or greater, plural groups indicated by X may be the same or dif- 
ferent or may be bonded to each other to form a ring. 

Y is a group to crosslink a boratabenzene ring and is carbon, silicon or germanium. 

A is an atom selected from Group 14, Group 15 and Group 16 of the periodic table. 
(a-9) Transition metal compound represented by the following formula (l-j): 



In the above formula. M is a transition metal atom selected from Group 3 to Group 1 1 of the periodic table, 
m is an integer of 1 to 3. 

A is an oxygen atom, a sulfur atom, a selenium atom or a nitrogen atom having a substituent group R 77 . 

R 71 to R 77 may be the same or different, they are each a hydrogen atom, a halogen atom, a hydrocarbon 
group, a heterocyclic compound residual group, an oxygen-containing group, a nitrogen-containing group, a boron- 
containing group, a sulfur-containing group, a phosphorus-containing group, a silicon-containing group, a germa- 
nium-containing group or a tin-containing group, two or more of them may be bonded to each other to form a ring, 
when m is 2 or greater, one group of R 71 to R 77 contained in one ligand and one group of R 71 to R 77 contained in 
another ligand may be bonded to each other, and R 71 s, R 7 ^, R 73 s. R 74 s, R 75 s, R 76 s or R 77 s may be the same or 
different. 

n is an integer satisfying a valence of M. 

X is a hydrogen atom, a halogen atom, a hydrocarbon group, an oxygen-containing group, a sulfur-containing 
group, a nitrogen-containing group, a boron-containing group, an aluminum-containing group, a phosphorus-con- 
taining group, a halogen-containing group, a heterocyclic compound residual group, a silicon-containing group, a 
germanium-containing group or a tin-containing group, and when n is 2 or greater, plural groups indicated by X may 
be the same or different and plural groups indicated by X may be bonded to each other to form a ring. 
(a-10) Transition metal compound containing a ligand having cyclopentadienyl skeleton 
(a-1 1) Vanadium compound represented by the following formula: 




<I-j> 



VCKOR)^ 



In the above formula, R is an aliphatic hydrocarbon residual group. 
X is a halogen atom. 

n is a number satisfying the condition of 0<n • 3. 
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(B-1) Orqanometallic compound 

[0118] Examples of the organometallic compounds (B-1) for use in the invention includ the below-described com- 
pounds which contain a metal selected from Group 1, Group 2, Group 12 and Group 13 of the periodic table. 

(B-1 a) Organoaluminum compound represented by the following formula: 

R-^OR^HpXq 

wherein R a and R b may be the same or different and are each a hydrocarbon group of 1 to 15 carbon atoms, pref- 
erably 1 to 4 carbon atoms; X is a halogen atom; and m, n, p and q are numbers satisfying the conditions of 0<m • 3, 
0-n<3, 0*p<3. 0-q<3 and rrH-n+p+q = 3 . 

(B-1 b) Alkyl complex compound comprising a metal of Group 1 of the periodic table and aluminum, said compound 
being represented by the following formula: 

rV^AIR^ 

wherein M 2 is Li, Na or K; and R a is a hydrocarbon group of 1 to 1 5 carbon atoms, preferably 1 to 4 carbon atoms. 
„(B-1c).Dialkyl.compound containing a m^^ 
resented by the following formula: 

R a R b M 3 

wherein R a and R b may be the same or different and are each a hydrocarbon group of 1 to 15 carbon atoms, pref- 
erably 1 to 4 carbon atoms; and M 3 is Mg, Zn or Cd. 

[01 1 9] Examples of the organoaluminum compounds (B-1 a) include: 

an organoaluminum compound represented by the following formula: 

R a m AI(OR b ) 3 . rn 

wherein R a and R b may be the same or different and are each a hydrocarbon group of 1 to 15 carbon atoms, pref- 
erably 1 to 4 carbon atoms, and m is preferably a number satisfying the condition of 1 .5 • m • 3; 
an organoaluminum compound represented by the following formula: 

m 

wherein R a is a hydrocarbon group of 1 to 15 carbon atoms, preferably 1 to 4 carbon atoms, X is a halogen atom, 
and m is preferably a number satisfying the condition of 0<m<3; 
an organoaluminum compound represented by the following formula: 

wherein R a is a hydrocarbon group of 1 to 15 carbon atoms, preferably 1 to 4 carbon atoms, and m is preferably a 

number satisfying the condition of 2 • rrvc3; 

and 

an organoaluminum compound represented by the following formula: 

F^OR^X, 

wherein R a and R b may be the same or different and are each a hydrocarbon group of 1 to 15 carbon atoms, pref- 
erably 1 to 4 carbon atoms. X is a halogen atom, and m, n and q are numbers satisfying the conditions of 0<m • 3, 
0*n<3, 0*q<3 and m+mq=3. 

[01 20] Particular examples of the organoaluminum compounds (B-1 a) include: 

tri-n-alkylalurrrinums. such as trimethylaluminum, triethylaluminum, tri-n-butyl aluminum, tripropylaluminum, trip- 
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entylaluminum, trihexylaluminum, trioctyialuminum and tridecylaluminum; 

branched-chain trialkylaluminums, such as triisopropylaluminum. triisobutylaluminum, tri-sec-butylaluminum, tri- 
tert-butyl aluminum, tri-2-methyibutylaluminum, tri-3-methylbutylaJuminum, tri-2-methytpentyl aluminum, tri-3-meth- 
ytpentylaluminum, tri-4-methylpentylaluminum, tri-2-methylhexylaluminum, tri-3-methylhexylaluminum and tri-2- 
ethyihexytaluminum; 

tricycloalkylaluminums, such as tricyclohexylaluminum and tricyclooctylaluminum; 
triarylaluminums, such as triphenyialuminum and trrtolylaluminum; 
dialkylatuminum hydrides, such as diisobutylaJuminum hydride; 

trialkenylaluminums represented by (i^hyxAl^CsH^^ (wherein x, y and z are each a positive number, and 
z • 2x), such as triisoprenyialuminum; 

alkylaluminum alkoxides, such as isobutytaluminum methoxide, isobutyl aluminum ethaxkJe and isobutylaluminum 
isopropoxide; 

dialkylaluminum alkoxides, such as dimethylaluminum methoxide, diethylaluminum eth oxide and dibutylaluminum 
butaxide; 

alkylaluminum sesquiaikoxides, such as ethylaluminum sesquiethoxide and butylaluminum sesquibutoxide; 
partially alkoxylated alkylaluminums having an average composition represented by R^.sAKOR^o.s; 
dialkylaluminum arybxides, such as diethylaluminum phenaxide, diethylaluminum(2,6-di-t-butyi-4-methyiphenox- 
ide), ethylaJuminurrfcis(2,6<^ dirsobutylalumium(2,6Kii-t^uty and 

isobutylaluminumbis{2 s 6Tdi=^^^ 

dialkylaluminum halides, such as dimethylaluminum chloride, diethylaluminum chloride, dibutylaluminum chloride, 
diethylaluminum bromide and diisobutylaluminum chloride; 

alkylaluminum sesquihalides, such as ethylaluminum sesquichloride, butylaluminum sesquichloride and ethylalu- 
minum sesquibromide, 

partially halogenated alkylaluminums, such as ethylaluminum cfichloride, propylaluminum dichloride and butylalu- 
minum d bromide; 

dialkylaluminum hydrides, such as diethylaluminum hydride and dibutylaluminum hydride; 

partially hydrogenated other alkylaluminums, specifically, alkylaluminum dihydrides. such as ethylaluminum dihy- 

dride and propylaluminum dihydride; and 

partially alkoxylated and halogenated alkylaluminums, such as ethylaluminum ethoxychloride, butylaluminum 
butaxychloride and ethylaluminum ethoxybromide. 

[0121] Compounds analogous to the organoaluminum compound (B-1a) are also employable. For example, there 
can be mentioned organoaluminum compounds wherein two or more aluminum compounds are combined through a 
nitrogen atom, such as (C2H 5 ) 2 AIN(C 2 H 5 )AI(C2H 5 )2. 

[0122] Examples of the compounds (B-1b) include LiAI(C2H 5 ) 4 and LiAIfCyH^^ 

[0123] Other compounds, such as methyl lithium, ethyllrthium, propyllithium, butyllithium, methylmagnesium bro- 
mide, methylmagnesium chloride, ethylmagnesium bromide, ethylmagnesium chloride, propyl magnesium bromide, pro- 
pylmagnesium chloride, butyl magnesium bromide, butyl magnesium chloride, dimethyl magnesium, di ethylmagnesium, 
dibutyl magnesium and butyl ethylmagnesium, are also employable as the organometallic compounds (B-1). 
[0124] Combinations of compounds capable of producing the above-mentioned organoaluminum compounds in 
the polymerization system, e.g., a combination of halogenated aluminum and aikyllithium and a combination of halo- 
genated aluminum and alkyl magnesium, are also employable. 

[01 25] Of the organometallic compounds (B-1 ), the organoaluminum compounds are preferable. 

[0126] The organometallic compounds (B-1) mentioned above are used singly or in combination of two or more 

kinds. 

(B- g ) Organo aluminum Qxy-compoypd 

[01 27] The organoaluminum oxy -compound (B-2) for use in the invention may be conventional aluminoxane or such 
a benzene-insoluble organoaluminum oxy-compound as exemplified in Japanese Patent La id-Open Publication No. 
78687/1990. 

[0128] The conventional aluminoxane can be prepared by, for example, the following processes, and is generally 
obtained as a hydrocarbon solvent solution. 

(1) An organoaluminum compound such as trial kylaJuminum is added to a hydrocarbon medium suspension of a 
compound containing adsorption water or a salt containing water of crystallization, e.g., magnesium chloride 
hydrate, copper sulfate hydrate, aluminum sulfate hydrate, nickel sulfat hydrate or cerous chloride hydrate, to allow 
the organoaluminum compound to react with the adsorption water or the water of crystallization. 
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(2) Water, ice or water vapor is allowed to directly act on an organoaluminum compound such as trialkylaluminum 
in a medium such as benzene, toluene, ethyl ether or tetrahydrofuran. 

(3) An organotin oxide such as dimethyltin oxide or dibutyttin oxide is allowed to react with an organoaluminum 
compound such as trialkylaluminum in a mecfium such as decane, benzene or toluene. 

[0129] The aluminoxane may contain a small amount of an organometallic component. Further, it is possible that 
the solvent or the unreacted organoaluminum compound is distilled off from the recovered solution of aluminoxane and 
the remainder is redissolved in a solvent or suspended in a poor solvent for aluminoxane. 

[0130] Examples of the organoaluminum compounds used for preparing the aluminoxane include the same orga- 
noaluminum compounds as previously described with respect to the organoaluminum compound (B-1a). Of these, pref- 
erable are trialkylaluminums and tricycloalkylaluminums. Particularly preferable is trimethylaluminum. 
[01 31 ] The organoaluminum compounds are used singly or in combination of two or more kinds. 
[0132] Examples of the solvents used for preparing the aluminoxane include aromatic hydrocarbons, such as ben- 
zene, toluene, xylene, cumene and cymene; aliphatic hydrocarbons, such as pentane, hexane, heptane, octane, 
decane, dodecane. hexadecane and octadecane; alicyctic hydrocarbons, such as cyclopentane, cydohexane, cyclooc- 
tane and methylcydoperrtane; petroleum fractions, such as gasoline, kerosine and gas oil; and halogenated products 
of these aromatic, aliphatic and alicyclic hydrocarbons, particularly chlorinated or brominated products thereof. Ethers 
such as ethyl ether and tetrahydrofuran are also employable. Of the solvents, particularly preferable are aromatic hydro- 
carbons andaliphatiG hydrocarbons. 

[0133] The benzene-insoluble organoaluminum oxy-compound for use in the invention is preferably an organoalu- 
minum oxy -compound containing an Al component that is soluble in benzene at 60 °C in an amount of usually not more 
than 10 %, preferably not more than 5 %, particularly preferably not more than 2 %, in terms of Al atom. That is, the 
benzene-insoluble organoaluminum oxy-compound is preferably insoluble or sparingly soluble in benzene. 
[0134] The organoaluminum oxy-compound for use in the invention is, for example, an organoaluminum oxy-com- 
pound containing boron and represented by the following formula (IV): 



wherein R 20 is a hydrocarbon group of 1 to 1 0 carbon atoms; and each R 21 may be the same or different and is a hydro- 
gen atom, a halogen atom or a hydrocarbon group of 1 to 10 carbon atoms. 

[01 35] The organoaluminum oxy-compound containing boron and represented by the formula (IV) can be prepared 
by allowing an alkylboronic acid represented by the following formula (V) to react with an organoaluminum compound 
in an inert solvent at a temperature of -80 °C to room temperature for a period of 1 minute to 24 hours under an inert 
gas atmosphere, 



wherein R 20 is the same group as described above. 

[01 36] Examples of the alkylboronic acids represented by the formula (V) indude methylboronic acid, ethylboronic 
acid, isopropylboronic add, n-propylboronic add, n-butylboronic acid, isobutylboronic acid, n-hexylboronic add, 
cydohexylboronic acid, phenylboronic acid, 3,5-drf luoroboronic add, pentaf luorophenylboronic acid and 3.5-bis(trrf luor- 
omethyQphenylboronic acid. Of these, preferable are methylboronic acid, n-butylboronic acid, isobutylboronic add, 3,5- 
dif luorophenylboronic add and pentaf luorophenylboronic acid. These alkylboronic acids are used singly or in combina- 
tion of two or more kinds. 

[0137] Examples of the organoaluminum compounds to be reacted with the alkylboronic acid indude the same 
organoaluminum compounds as previously described with respect to th organoaluminum compound (B-1 a). Of these, 
preferable ar trialkylaluminums and tricydoalkylaluminums. Particularly preferable are trimethylaluminum, triethylalu- 
minum and triisobutylaluminum. These organoaluminum compounds are used singly or in combination of two or more 




(IV) 



R 20 -B-(OH) 2 



(V) 
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kinds. 

[0138] The organoalunrrinum oxy -compounds (B-2) mentioned above are used singly or in combination of two or 
more kinds. 

(B-3) Compound which reacts with the transition metal compound to form ion pair 

[0139] Examples of the compound (B-3) which reacts with the transition metal compound (A) to form an ion pair 
(referred to as Ionizing ionic compound" hereinafter) include Lewis acid, an ionic compound, a borane compound and 
a carborane compound described in Japanese Patent Laid -Open Publications No. 501950/1989, No. 502036/1989, No. 
179005/1991, No. 179006/1991, No. 207703/1991 and No. 207704/1991, and U.S. Patent No. 5,321,106. A heteropoly 
compound and an isopoly compound are also available. 

[0140] The Lewis acid is, for example, a compound represented by BR3 (R is fluorine or a phenyl group which may 
have a substituerrt group such as fluorine, methyl or trifluoromethyl). Examples of such compounds include trrf luorobo- 
ron, triphenylboron, tris(4-fluorophenyl)boron, tris(3 f 5-difluorophenyl)boron, tris(4-fluoromethylphenyl)boron, tris(pen- 
tafluorophenyQboron, tris(p-tolyl)boron, tris(o-tolyl)boron and tris(3.5<limethylphenyl)boron. 
[01 41 ] The ionic compound is, for example, a compound represented by the following formula (VI). 




(VI) 



[0142] In the above formula, R 22 is H* f carbonium cation, oxonium cation, ammonium cation, phosphonium cation, 
cycloheptyttrienyl cation, ferrocenium cation having a transition metal, or the like. 

[0143] R 23 to R 26 may be the same or different and are each an organic group, preferably an and group or a sub- 
stituted aryl group. 

[0144] Examples of the carbonium cations include tri-substituted carbonium cations, such as triphenylcarbonium 
cation, tri(methylphenyl)carbonium cation and tri(dimethylphenyl)carbonium cation. 

[0145] Examples of the ammonium cations include trialkylammonium cations, such as trimethylammonium cation, 
triethylammonium cation, tripropylammonium cation, tributylammonium cation and tri(n4xityQammonium cation; N,N- 
dialkylanilinium cations, such as N,N<limethylanilinium cation, N.N-diethylanilinium cation and N,N-2,4,6-pentamethyl- 
anilinium cation; and dialkylammonium cations, such as di(isopropyQ ammonium cation and dicyclohexylammonium 
cation. 

[0146] Examples of the phosphonium cations include triarytphosphonium cations, such as triphenyiphosphonium 
cation, tri(methylphenyl)phosphonium cation and tri(dimethylphenyQphosphonium cation. 

[0147] R 22 is preferably carbonium cation, ammonium cation or the like, particularly preferably triphenylcarbonium 
cation, N.N-dimethylanilinium cation or N,N-di ethyl anilinium cation. 

[0148] Also employable as the ionic compound is a trial kyl-substituted ammonium salt a N,N<§alkylanilinium salt, 
a dialkylammonium salt or a triarylphosphonium salt. 

[0149] Examples of the trial kyl-substituted ammonium salts include triethylammoniurrrtetra (phenyl) boron, tripropy- 
lamrrttniumtetra(phenyl)boron, tri(n-butyl)ammoniumtetra(phenyl)boron, trimethylammoniumtetra(p-tolyi) boron, tri- 
methylamrroniumtetrafo-tolyOboron. tri(n-butyI)ammoniurntetra(perrtafluorophenyl)boron, tripropylammoniumtetra(o,p- 
dimethylphenyl)boron, tri(n4xityl)ammoniumtetra^ tri(rvixjtyOarnmoniurrrtetra(p-trifluor- 
omethy!phenyl)boron, tri(n-butyl)amrmxiiL«7Ttetra(3,5<litiifluoro and tri(n-butyt)ammoniumtetra(o- 

tolyljboron. 

[0150] Examples of the N,N<fialkylanilinium salts include N,N<limethylaniliruurrrtetra(phenyl)boron f N.N-diethyl- 
aniliniumtetra(phenyOboron and N,N-2,4,6i>entamethylaniliniurntetra(phenyO boron. 

[0151] Examples of the dialkylammonium salts includ di(1 -propyOammoniumtetra(pentaf luorophenyl)boron and 
dicydohexylarrmuJoniumtetra(pheaTyOboron. 
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[0152] Further employable as the ionic compound is triphenylcarbeniumtetrakis(pentafluorophenyl)borate, N,N- 
dimethyianiliniiimtetralgs(pentafluorophenyOboraie t ferroceniumtetra(pentafluorophenyl)borate, triphenylcarbe- 
niumpentaphenylcydopentadienyi complex, N,N<Oethylaruliniunpentaphenylcyck)pentadienyl complex or a boron 
compound represented by the following formula (VII) or (VIII). 




(VII) 



wherein Et is an ethyl group 




(VIII) 



[01 53] Examples of the borane compounds include: 
decaborane(14); 

salts of anions, such as bis(tri(n4xityl)arnmonium)nonaborate, bis(tri(n-butyOammonium)decaborate, bis(tri(n- 
buty1)amnx>nium)undecaborate, bis(tri(n-butyl)ammonium)dodecaborate, bis(tri(n-butyl)ammonium)decachloro- 
decaborate and bis(tri(n-butyOammonium)dodecachlorododecaborate; and 

salts of metallic borane anions, such as tri(i>JxJtyOamnrK>niumbis(^ ) and 

bis(tri(n-butyl)amrrx>nium)bis^ 

[01 54] Examples of the carborane compounds include: 

salts of anions, such as 4-carbanonaborane(1 4), 1,3-dicarbanonaborane(13), 6,9-dicarbadecaborane(14), dodec- 
ahydrido-1 -phenyl- 1 ,3-dicarbanonaborane, dodec^hydrkjo-1^ethyl-1 t 3<lk^rbanonaboran undecahydrido-1,3- 
dimethyl-1,3-dicart>anonaborane. 7,8<licarbaundecaborane(13), 2,7-dicarbaundecaborane(13) l undecahydrido- 
7,8<limethy1-7,8-dicart>aundecaborane, dodecahydrido-1 1 -methyl-2,7-dicarbaundecaborane, tri(n-butyOammo- 
nium-1-carbadecaborate, tri(n-buty0ammonium-1 -carbaundecaborate, tri(n-butyf)ammnonium-1 -cartedodecabo- 
rate, tri(n-buty1)ammonium-1-trimeto^ tri(n-butyf)amrnoniumbrorrx>-1 -carbadodecaborate, 

tri(n4xity0amrnonium-6K5arbadecaborate(14^ tri(n-butyl)ammoniun*6K»^ tri(n-butyOammo- 
nium-7-carbaundecaborate(13), tri(n4xityl)amrrx)niunfv7 i 8<licarbaundecaborate(12), tri(n-butyl)ammoniun>2,9- 
dicarbaundecaborate(1 2), tri(n4xrty0ammoniunrKlodecahycfrido-8HTie tri(n- 
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birtyl)amrrx)niumurxJecahydri^ tri(n4)uty0an^Tioniumunde(»hydrido-8-txityl- 
7,9-dicarbaundecaborate, fri(n4xjtyl)amnToniumurxiecar^ tri(n-buty1)ammo- 
niumundecahydridCK9-trimettiyla and tritn^xityQamrrx^iumurdecahydrido^.e- 

dibromo7-carbaundecaborate; and 

sate of metallic carborane anions, such as tri(n4)uty0ammor«urrt>is(nonahydiido-1.3^icarba 

tate(lll), tri(n-butyQarrirrx)niunto^ tri(n-buty1)ammoni- 

urTfcis(Lr>decahydrido-7,8-dk»r^ tri(n4xity0ammoniumbis(undecahydrido-7,8- 

dicarbaundecaborate)nickelate(HI), tri(n-butyl)ammoniunrt)is(urKlecahydr^ 

rate)cuprate(lll), tri(n-butyOamnK>niumbis(urKl fri(n-butyl)ammoni- 

urnbis(rK>riariydrido-7,8-di^ tri(n4xjty0ammorHumbis(nonahydrido-7,8- 

dimethy1-7,8<licait>aurdecaborate)chromate(lll), tri(r>butyOamrroniurrtois{trifr^ 

caborate)cobaJtate(lll), tris(tri(n-butyf)amrrronium)W bis(tri(n- 
butyl)ammonium)bis(undec^^ bis(tri(n4xityl)ammonium)bis(undec- 
ah^rido-7-carbaundecaborate)cobaltate(l IQ and bis(tri(n-btJtyOammonium)bis(uridecahydrid^ carbaundecabo- 
rate)nickelate(IV). 

[0155] The heteropdy compound comprises an atom selected from silicon, phosphorus, titanium, germanium, 
arsenic and tin and one or more atoms selected from vanadium, niobium, molybdenum and tungsten. Examples of such 
corrpourxfe include phosphovanadicad^ 

iobic acid, silicomolybdic acid, phosphomolybdic acid, titanomolybdic acid, germane moiybdic acid, arsenomolybdic 
acid, stannomolybdic acid, phosphotungstic acid, germanotungstic acid, stannotungstic acid, phosphomolybdovanadic 
acid, phosphotungstovanadic acid, germanotungstcvanadic acid, phosphomolybdotungstovanadic acid, germanomo- 
lybdotungstovanadic acid, phosphomolybdotungstic acid, phosphomolybdoniobic acid and salts of these acids, for 
example, the salt of these acids and metals of Group 1 or Group 2 of the periodic table (e.g., lithium, sodium, potassium, 
rubidium, cesium, beryllium, magnesium, calcium, strontium, barium), and organic salts such as salts of these acids 
and triphenylethyl salt. 

[01 56] The ionizing ionic compounds (B-3) mentioned above are used singly or in combination of two or more kinds. 
[01 57] If the organoaJ uminum oxy -compound (B-2) such as methylal uminaxane is used as a cocatalyst component, 
the transition metal compound catalyst according to the invention exhibits an extremely high copolymerization with an 
excellent activity against olefin compounds. If the ionizing ionic compound (B-3) such as triphenylcarboniumtet- 
rakis(pentafluorophenyl)borate is used as a cocatalyst component, an olefin polymer having an extremely high molec- 
ular weight can be obtained with excellent activity. 

[01 58] In the olefin polymerization catalyst according to the invention, the below-described carrier (C) can be used, 
if necessary, in addition to the transition metal compound (A) and at least one compound (B) selected from the organo- 
metallic compound (B-1), the organoaluminum oxy-compound (B-2) and the ionizing ionic compound (B-3). 

(Q) Carrier 

[01 59] The carrier (C) for use in the invention is an inorganic or organic compound in the form of granular or partic- 
ulate solid. 

[0160] As the inorganic compound, porous oxide, inorganic halogenide, clay, clay mineral or an ion-exchange lay- 
ered compound is preferable. 

[0161] Examples of the porous oxides include SiOz, AI2O3, MgO, ZrO, TIO2, B2O3, CaO, ZnO, BaO, ThC^. and 
complex compounds or mixtures containing these oxides, such as natural or synthetic zeolite, Si0 2 -MgO, SKD 2 - AI2O3, 
Si0 2 -Ti02. S1O2-V2O5, Si0 2 -Cr203 and SKVTK^-MgO. Of these, preferable are compounds containing Si02 and/or 
AI2O3 as their major component. 

[01 62] The inorganic oxides may contain small amounts of carbonate, sulfate, nitrate and oxide components, such 
as Na 2 C03, K 2 C0 3 , CaCOa, MgCOa, NagSO* AfefSO^, BaS0 4 , KNO3, MgfNOafe, AI(N03) 3 , Na 2 0, K 2 0 and UgO. 
[0163] Although the porous oxides differ in their properties depending upon the type and the preparation process 
thereof, the carrier preferably used in the invention has a particle diameter of 10 to 300 jim, preferably 20 to 200 pm, a 
specific surface area of 50 to 1000 rrr^/g, preferably 100 to 700 mfyg, and a pore volume of 0.3 to 3.0 cm 3 /g. If neces- 
sary, the carrier is calcined at 100 to 1000 °C, preferably 150 to 700 °C, prior to use. 

[0164] Examples of the inorganic halogen ides employable in the invention include MgCfe. MgBr 2 , MnCI 2 and 
MnBr 2 . The inorganic halogenide may be used as it is, or may be used after pulverized by a ball mill or an oscillating 
mill. The inorganic halogenide may be used as fine particles of a precipitate obtained by dissolving the inorganic halo- 
g nide in a solvent such as alcohol and then conducting precipitation using a precipitant. 

[0165] The clay employable in the invention is generally mainly composed of clay mineral. The ion-exchange lay- 
ered compound employable in the invention is a compound having a crystal structure wherein plural layers are lami- 
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nated in parallel to one another with a weak bond strength by ionic bonding or the like, and the ions contained in th 
compound are exchangeable Most of clay minerals ar ion-exchange layered compounds. The day, the day minerals 
and the ion-exchange layered compounds employable in the invention are not limited to natural ones but include syn- 
thetic ones. 

[01 66] Examples of such day, day minerals and ion-exchange layered compounds indude day, clay minerals and 
ion crystalline compounds having layered crystal structures such as hexagonal dosest packing type, antimony type, 
CdCI 2 type and Cdl 2 type. 

[0167] Particular examples of the day and the day minerals indude kaolin, bentonrte. kbushi day, gairome clay, 
allophane, histngerite, pyrophyllite, mica, montmorillonite, vermiculite, chlorite, palygorskite, kaolinrte, nacrrte, dickite 
and halloysrte. Particular examples of the ion-exchange layered compounds indude crystalline acid salts of polyvalent 
metals, such as a-ZrfHAsO^.hfeO, a-Zr(HP0 4 )2. a-Zr(KP0 4 )2 • 3H 2 0, a-TKHPO^. a-Ti(HAs0 4 ) 2 • H 2 0, a- 
Sn(HP04) 2 • hfeO. rZr(HP0 4 )2. rTi{HPOJ 2 and rTi(NH 4 P04) 2 • HjA 

[01 68] The clay, the clay minerals and the ion-exchange layered compounds are preferably those having a pore vol- 
ume, as measured on pores having a radius of not less than 20 A by a mercury penetration method, of not less than 
0.1 cc/g, and are particularly preferably those having a pore volume of 0.3 to 5 cc/g. The pore volume is measured on 
the pores having a radius of 20 to 3x1 0 4 A by a mercury penetration method using a mercury porosimeter. 
[0169] tf a compound having a pore volume, as measured on pores having a radius of not less than 20 A, of less 
than 0.1 cc/g is used as the carrier, it tends to be difficult to obtain high polymerization activity. 
[0170] It is preferable-that th^ 

merits. Any of surface treatments to remove impurities attached to the surface and treatments having an influence on 
the crystal structure of the day are employable. Examples of such chemical treatments indude acid treatment, alkali 
treatment, salt treatment and organic substance treatment. The add treatment contributes to not only removing impu- 
rities from the surface but also eluting cations such as Al, Fe and Mg present in the crystal structure to increase the sur- 
face area. The alkali treatment destroys crystal structure of clay to bring about change in the structure of the day. The 
salt treatment and the organic substance treatment can produce ionic complex, molecular complex, organic derivative 
or the like to change the surface area or the distance between layers. 

[0171] The ion-exchange layered compound for use in the invention may be a layered compound in which the 
exchangeable ions between layers have been exchanged with other large and bulky ions utilizing ion exchange proper- 
ties to enlarge the distance between the layers. The bulky ion plays a pillar-like roll to support the layer structure and is 
generally called a "pillar". Introduction of other substances between layers of a layered compound is called Intercala- 
tion". Examples of the guest compounds to be intercalated indude cationic inorganic compounds, such as TiCI 4 and 
ZrCI 4 ; metallic alkoxides, such as Ti(OR) 4 , Zr(OR) 4 , PO(OR) 3 and B(OR) 3 (R is a hydrocarbon group or the like); and 
metallic hydroxide ions, such as (AI 13 0 4 (OH) 24 ) 7 \ (Zr 4 (OH) 14 ) 2+ and (Fe30(OCOChy 6 ) + . These compounds are used 
singly or in combination of two or more kinds. The intercalation of the compounds may be carried out in the presence 
of pdymers obtained by hydrolysis of metallic alkoxides such as Si(OR) 4 , AI(OR) 3 and Ge(OR) 4 (R is a hydrocarbon 
group or the like) or in the presence of colloidal inorganic compounds such as Sr0 2 . Examples of the pillars indude 
oxides produced by intercalation of the above-mentioned metallic hydroxide ions between layers, followed by dehydra- 
tion under heating. 

[0172] The day, clay minerals and ion-exchange layered compounds mentioned above may be used as they are, 
or may be used after they are subjected to a treatment of ball milling, sieving or the like. Moreover, they may be used 
after they are subjected to water adsorption or dehydration under heating. The day, day minerals and ion-exchange lay- 
ered compounds may be used singly or in combination of two or more kinds. 

[0173] Of the above-mentioned materials, preferable are clay and day minerals, and particularly preferable are 
montmorillonite, vermiculite, pectdite, taeniolrte and synthetic mica. 

[0174] The organic compound is, for example, a granular or particulate solid compound having a particle diameter 
of 10 to 300 jim. Examples of such compounds indude (co)polymers produced using an a-olefin of 2 to 14 carbon 
atoms such as ethylene, propylene, 1 -butene or 4-methyl-1 -pentene as a chief ingredient, (co)polymers produced using 
vinylcydohexane or styrene as a chief ingredient, and modified products thereof. 

[0175] The olefin polymerization catalyst of the invention may further comprise the below-described specific 
organic compound component (D), if necessary, in addition to the transition metal compound (A), at least one com- 
pound (B) selected from the organometallic compound (B-1), the organoaluminum oxy-compound (B-2) and the ioniz- 
ing ionic compound (B-3), and the optionally used earner (C). 

(D) Organic compound component 

[0176] In the present invention, the organic compound component (D) is optionally used for the purpose of improv- 
ing porymerizability and properties of the resulting polymer. Examples of the organic compounds indude alcohols, phe- 
nolic compounds, carboxylic acids, phosphorus compounds and sulfonates. 
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[01 77] As the alcohols and the phenolic compounds, those represented by R 31 -OH ( R 3 1 is a hydrocarbon group of 
1 to 50 carbon atoms or a halogenated hydrocarbon group of 1 to 50 carbon atoms) are generally employed. 
[0178] The alcohols are preferably those of the above formula wherein R 31 is a halogenated hydrocarbon group. 
The phenolic compounds are preferably those wherein the o.a'-posrtions of the hydroxy! group are substituted with 
5 hydrocarbon groups of 1 to 20 carbon atoms. 

[0179] As the carboxyiic acids, those represented by R^-COOH (R 32 is a hydrocarbon group of 1 to 50 carbon 
atoms or a halogenated hydrocarbon group of 1 to 50 carbon atoms, preferably a halogenated hydrocarbon group of 1 
to 50 carbon atoms) are generally employed. 

[0180] As the phosphorus conrpounds, phosphoric acids having P-O-H bond, phosphates having P-OR bond or 
10 P=0 bond and phosphine oxide compounds are preferably employed. 

[0181] The sulfonates employable herein are those represented by the following formula (IX): 



15 




20 

(IX) 



25 

wherein M is an atom selected from Group 1 to Group 14 of the periodic table; R 33 is hydrogen, a hydrocarbon group 
of 1 to 20 carbon atoms or a halogenated hydrocarbon group of 1 to 20 carbon atoms; X is a hydrogen atom, a halogen 
atom, a hydrocarbon group of 1 to 20 carbon atoms or a halogenated hydrocarbon group of 1 to 20 carbon atoms; m is 
an integer of 1 to 7; and 1 • n • 7. 
30 [0182] In Fig. 1 , steps tor preparing the olefin polymerization catalyst of the invention are shown. 

[0183] In the polymerization, the components can be used in any way and in any order. Some examples of the proc- 
esses are given below. 

(1) The component (A) and the compound (B) are fed to the polymerization reactor in an arbitrary order. 
35 (2) A catalyst component wherein the component (A) is supported on the carrier (C), and the component (B) are 
fed to the polymerization reactor in an arbitrary order. 

(3) A catalyst component wherein the component (B) is supported on the carrier (C), and the component (A) are 
fed to the polymerization reactor in an arbitrary order. 

(4) A catalyst component wherein the component (A) is supported on the carrier (C), and a catalyst component 
40 wherein the component (B) is supported on the carrier (C) are fed to the polymerization reactor in an arbitrary 

order. 

(5) A catalyst component wherein the component (A) and the component (B) are supported on the carrier (C) is fed 
to the polymerization reactor. 

45 [0184] In the above processes, two or more of the catalyst components may be previously contacted. 

[0185] An olefin may be prepolymerized onto a solid catalyst component wherein the component (A) and the com- 
ponent (B) are supported on the carrier (C). On the prepolymerized solid catalyst component, a catalyst component 
may be further supported. 

[0186] In the process for olefin polymerization according to the invention, an olefin is polymerized or copolymerized 
so in the presence of the above-mentioned olefin polymerization catalyst to obtain an olefin polymer. 

[0187] In the present invention, the polymerization can be carried out as any of liquid phase polymerization, such 
as solution polymerization or suspension polymerization, and gas phase polymerization. 

[0188] Examples of inert hydrocarbon media for use in the liquid phase polymerization include aliphatic hydrocar- 
bons, much as propane, butane, pentane, hexane, heptane, octane, decane, dodecane and kerosine; alicycltc hydro- 
55 carbons, such as cydopentane, cyclohexane and methylcyclopentane; aromatic hydrocarbons, such as benzene, 
toluene and xylene; halogenated hydrocarbons, such as ethylene chlorid , chlorobenzene and dichloromethane; and 
mixtures of these hydrocarbons. The olefin itself can be used as the solvent 

[0189] In the polymerization of an olefin using the olefin polymerization catalyst, the component (A) is used in an 
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amount of usually 10" 12 to 10~ 2 mol, preferably 10" 10 to 10" 3 moL 

[0190] Th component (B-1) is used in such an amount that the molar ratio ((B-1)/(M)) of the component (B-1) to 
the transition metal atom (M) in the component (A) becomes usually 0.01 to 100000, preferably 0.05 to 50000. The 
component (B-2) is used in such an amount that the molar ratio ((B-2)/(M)) of the aluminum atom in the component (B- 
5 2) to the transition metal atom (M) in the component (A) becomes usually 10 to 500000, preferably 20 to 100000. The 
component (B-3) is used in such an amount that the molar ratio ((B-3)/(M)) of the component (B-3) to the transition 
metal atom (M) in the component (A) becomes usually 1 to 1 0, preferably 1 to 5. 

[0191] When the component (B-1) is used as the component (B), the component (D) is optionally used in such an 
amount that the (D)/(B-1) ratio by mol becomes usually 0.01 to 10, preferably 0.1 to 5. When the component (B-2) is 
w used as the component (B), the component (D) is optionally used in such an amount that the (D)/(B-2) ratio by mol 
becomes usually 0.001 to 2, preferably 0.005 to 1 . When the component (B-3) is used as the component (B), the com- 
ponent (D) is optionally used in such an amount that the (D)/(B-3) ratio by mol becomes usually 0.01 to 10, preferably 
0.1 to 5. 

[01 92] In the olefin polymerization using the olefin polymerization catalyst, the polymerization temperature is in the 
is range of usually -50 to 4200 C, preferably 0 to 170 °C. The polymerization pressure is in the range of usually atmos- 
pheric pressure to 1 00 kg/cm 2 , preferably atmospheric pressure to 50 kg/cm 2 . The polymerization reaction can be car- 
ried out by any of batchwise, semi-continuous and continuous processes. The polymerization can be conducted in two 
or more stages under different reaction conditions. 
_ [01931 Jhe.irx)le<^lar-weight of-the resulting o!^ 
20 the polymerization system or by changing the polymerization temperature. The molecular weight can be controlled also 
by changing the type of the component (B). 

[0194] Examples of the olefins which can be polymerized by the use of the olefin polymerization catalyst include: 

straight-chain or branched a-ofef ins of 2 to 30 carbon atoms, preferably 2 to 20 carbon atoms, such as ethylene, 
25 propylene, 1-butene, 2-butene, 1-pentene, 3-methyl-1 -butene, 1-hexene, 4-methyM-pentene, 3-methyM-pentene, 
1-octene, 1-decene, 1-dodecene, 1-tetradecene, 1-hexadecene, 1-octadeceneand 1-eicosene; and 
cydodef ins of 3 to 30 carbon atoms, preferably 3 to 20 carbon atoms, such as cydopentene, cycloheptene, nor- 
bornene, 5-methyl-2-norbornene, tetracyclododecene and 2-methyl-1 ,4,5,8-dimethano-l ,2,3,4,4a,5,8,8a-octahy- 
dronaphthalene. 

30 

[0195] Polar monomers are also employable. Examples of the polar monomers indude a,p-unsaturated carboxytic 
acids, such as acrylic acid, methacrylic acid, fumaric add, maleic anhydride, itaconic acid, itaconic anhydride and bicy- 
clo[2,2,1]-5-heptene-2,3-dicarboxylic anhydride; metallic salts of a,p-unsaturated carboxyiic acids, such as sodium 
salts, potassium salts, lithium salts, zinc salts, magnesium salts and calcium salts of the above acids; a,p-unsatu rated 

35 carboxyiic esters, such as methyl acrylate, ethyl acrylate, n -propyl acrylate, isopropyl acrylate, n-butyl acrylate, isobutyl 
acrylate, tort-butyl acrylate, 2-ethythexyl acrylate, methyl methacrylate, ethyl methacrylate, n -propyl methacrylate, iso- 
propyl methacrylate, n-butyl methacrylate and isobutyl methacrylate; vinyl esters, such as vinyl acetate, vinyl propion- 
ate, vinyl caproate, vinyl caprate, vinyl laurate, vinyl stearate and vinyl trifluoroacetate; unsaturated glycidyl esters, such 
as glycidyl acrylate, gfyddyl methacrylate and monoglyddyl rtaconate; and halogen-containing olefins, such as vinyl 

40 chloride and vinyl fluoride. 

[0196] VinyJcydohexane, dienes and polyenes are also employable. The dienes and the polyenes employable 
herein are cydic or chain compounds having 4 to 30 carbon atoms, preferably 4 to 20 carbon atoms, and having two or 
more double bonds. Examples of such compounds indude butadiene, isoprene, 4-methyt-1 ,3-pentadiene, 1 ,3-perrtadi- 
ene, 1,4-pentadiene, 1 ,5-hexadiene, 1,4-hexadiene, 1 ,3-hexadiene, 1 ,3-octadiene, 1 ,4-octadiene, 1,5octadiene, 1,6- 

45 octadiene, 1 ,7-octadiene. ethylidene norbornene, vinyl norbomene, dicydopentadiene. 7-methyM ,6-octadiene, 4- 
ethylidene-8-methyl-1 ,7-nonadiene and 5,9-dimethyl-1 ,4,8-decatriena 

[01 97] Aromatic vinyl compounds are also employable. Examples of such compounds indude mono- or pdyalkyta- 
tyrenes, such as styrene, o-methylstyrene, m-methylstyrene, p-methyistyrene, o,p-dimethylstyrene, o- ethyl styrene, m- 
ethylstyrene and p-ethylstyrene; functional group-containing styrene derivatives, such as methoxystyrene, ethoxysty- 
50 rene, vinylbenzoic acid, methyl vinylbenzoate, vinylbenzyl acetate, hydroxystyrene, o-chlorostyrene, p-chlorostyrene 
and divinylbenzene; and other compounds, such as 3-phenylpropylene, 4-phenytpropylene and a-methylstyrene. 
[0198] The olefins mentioned above can be used singly or in combination of two or more kinds. 

EFFECT OF THE INVENTION 

55 

[0199] The olefin polymerization catalyst according to the present invention exhibits a high polymerization activity 
against olefins. 



36 



EP1008 595 A2 



EXAMPLE 

[0200] The present invention is further described with reference to the following examples, but it should by con- 
strued that the invention is in no way limited to those examples. 
5 [0201 ] Some examples of syntheses of complexes are given below. 

[0202] The structures of the compounds obtained in the synthesis examples were determined by 270 MHz 1 H-NMR 
(Japan Electron Optics Laboratory GSH-270 Model), FD-mass spectrometry (Japan Electron Optics Laboratory SX- 
102A Model) and metal content analysis (analysis by ICP method after dry ashing and dissolution in dilute nitric acid, 
device: SHIMADZU ICPS-8000 Model). 

w 

Synthesis Example 1 

Synthesis of ligand precursor (1) 

15 [0203] Into a 300 ml reactor thoroughly purged with nitrogen, 1 50 ml of ethanol. 5.0 g (53 mmol) of aniline and 5. 1 
g (53 mmol) of pyrrole-2-carboxyaldehyde were introduced. To the reactor was further added 1 ml of formic acid, fol- 
lowed by stirring at room temperature for 24 hours. The reaction solution obtained was vacuum concentrated to remove 
the solvent and then subjected to silica gel column purification to obtain 6.0 g (34.9 mmol, yield: 66 %) of a white solid. 
_ The analyticaLresults of.the-white solid are described below. 

20 

1 H-NMR (CDCI 3 ): 6.3 (d. 1H), 6.69 (dd, 1H), 6.89 (d, 1H), 7.1-7.5 (m, 4H), 8.29 (s. 1H), 9.85 (brs, 1H) 
FD-mass spectrometry: 170 

[0204] From the above results, the white solid proved to be a compound (ligand precursor (1)) represented by the 
25 following formula 



30 
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Synthesis of transition metal compound ( 1 -a) 

[0205] In a 1 00 ml reactor thoroughly dried and purged with argon, 16 ml of a diethyl ether solution containing 1 .04 
45 g (6.08 mmol) of the ligand precursor (1) was cooled to -78 °C. To the solution, 4.2 ml of a hexane solution containing 
6.08 mmol of n-BuLi was slowly dropwise added, and then the temperature of the resulting solution was raised to room 
temperature. The solution was then slowly dropwise added to a mixture consisting of 6.08 ml of a heptane solution of 
titanium tetrachloride (concentration of titanium tetrachloride: 0.5 mmol/mJ) and 1 6 ml of diethyl ether, said mixture hav- 
ing been cooled to -78 °C. After the dropwise addition was completed, the temperature of the resulting solution was 
so slowly raised to room temperature with stirring. Then, the solution was further stirred at room temperature for 8 hours. 
The reaction solution was filtered through a glass filter, and the filtrate was vacuum concentrated. The solid precipitated 
was dissolved in 5 ml of methylene chloride, and to the solution was slowly added 10 ml of hexane with stirring. The 
mixture was allowed to stand at room temperature to precipitate a dark brown solid. The solid was filtered off on a glass 
filter, washed with pentane and vacuum dried to obtain 1 .10 g (2.40 mmol, yield: 79 %) of a dark brown solid. The ana- 
55 lytical results of the dark brown solid are described below. 

1 H-NMR (CDCy: 6.0-7.9 (m. 16H), 7.80 (s, 2H) 
FD-mass spectrometry: 456(M+) 
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Elemental analysis: Tl: 10.4% (calculated value: 10.5%) 

[0206] From the above results, the dark brown solid proved to be a compound (transition metal compound (1-a)) 
represented by the following formula. 



Synthesis Example 2 

25 Synthesis of transition metal compound (1-b) 

[0207] Into a 300 ml reactor thoroughly dried and purged with argon, 1 . 1 1 g (2.95 mmoJ) off a zirconium tetrachlo- 
ride/2THF complex and 40 ml of tetrahydrofuran were introduced, and they were cooled to -78 °C. To the reactor, 1 5 ml 
of a diethyl ether solution containing 1 .02 g (6.0 mmol) of the ligand precursor (1) was slowly dropwise added. After the 

30 dropwise addition was completed, the temperature of the resulting solution was slowly raised to room temperature with 
stirring. Then, the solution was further stirred at room temperature for 8 hours. The reaction solution was filtered 
through a glass filter, and the filtrate was vacuum concentrated. The solid precipitated was dissolved in 10 ml of meth- 
ylene chloride, and to the solution was slowly added 70 ml of pentane with stirring. The mixture was allowed to stand at 
room temperature to precipitate reddish brown crystals. The crystals were filtered off on a glass filter, washed with pen- 

35 tane and vacuum dried to obtain 0.35 g (0.70 mmol, yield: 24 %) of a yellowish green solid. The analytical results of the 
yellowish green solid are described below. 

1 H-NMR (CDCy: 6.55-7.85 (m, 16H), 8.95 (s, 2H) 
FD-mass spectrometry: 500(M + ) 
40 Elemental analysis: Zr: 18.4% (calculated value: 18.2%) 

[0208] From the above results, the yellowish green solid proved to be a compound (transition metal compound (1 - 
b)) represented by the following formula. 
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Synthesis Exampl 3 

5 Synthesis of liqand precursor (2) 

[0209] In an atmosphere of nitrogen, 24.8 g (0.26 mol) of pyrro!e-2-carboxyaJdehyde was introduced into 44.8 g 
(0.50 mol) of a 50 % aqueous solution of dimethytamine to give a solution. After the solution was stirred at room tem- 
perature for 3 hours, water was added to the solution. As a result, a light yellow slurry was obtained. The precipitate was 
io filtered, washed with dichlorom ethane and water, and then vacuum dried to obtain 29.6 g (yield: 92.0 %) of a purple 
solid (dimer compound (2a) represented by the following formula). 



75 




20 



[0210] In an atmosphere of nitrogen, 5.0 g (20.5 mmol) of the dimer compound was dissolved in 100 ml of THE 
After the solution was cooled to -15 °C, 31 .9 ml of a hexane solution containing 49.0 mmol of n-BuLi was slowly drop- 

25 wise added, and the temperature of the resulting solution was raised to room temperature. The solution was then 
cooled to -78 °C, and 3.1 ml (49.0 mmol) of methyl iodide was slowly dropwise added. The temperature of the resulting 
solution was raised to room temperature, and the solution was stirred for 3 hours. The reaction solution was quenched 
with a 0.4 mole sodium acetate aqueous solution, and the organic layer was extracted and recrystallized from ethyl ace- 
tate to obtain 3.27 g (12.0 mmol, yield: 59 %) of a white solid (a-m ethyl substituted dimer compound represented by the 

30 following formula). 
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[021 1 ] The a-methyl substituted dimer compound was dissolved in 40 ml of THF, and the solution was mixed with 
45 60 ml of a 0.4 mole sodium acetate aqueous solution. The reaction of the mixture was conducted for 6 hours under 
reflux, whereby hydrolysis proceeded. After the reaction was completed, the organic layer was extracted with diethyl 
ether, then the solvent was distilled off, and the remainder was vacuum dried to obtain 2.53 g (23.2 mmol, yield: 96.7 
%) of 5-methylpyrrole-2-carboxyaldehyde as a reddish purple solid. 

[0212] Thereafter, 2.52 g of the 5-methylpyrrole-2-carbc^ldehyde was allowed to react with 2.12 g (22.8 mmol) of 
so aniline in the same manner as in the synthesis of the ligand precursor (1), to obtain 2.39 g (yield: 57 %) of a brown solid. 
The analytical results of the brown solid are described below. 

1 H-NMR (CDCI3): 2.56 (s, 3H). 6.31 (d, 1H), 7.2-7.7 (m, 6H), 8.10 (s, 1H), 13.88 (brs, 1H) 

55 FD-mass spectrometry: 184(NT) 

[021 3] Rom th above results, the brown solid proved to be a compound (ligand precursor (2)) represented by the 
following formula. 
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Synthesis of transition metal compound (2-A) 

20 [021 4] In a 1 00 ml reactor thoroughly dried and purged with argon, 20 ml of a diethyl ether solution containing 0.76 
g (4.1 1 mmoQ of the ligand precursor (2) was cooled to -78 °C. To the solution. 2.8 ml of a hexane solution containing 
4.48 mmol of n-BuLi was slowly dropwise added, and the temperature of the resulting solution was raised to room tem- 
perature. The solution was then slowly dropwise added to a mixture consisting of 3.9 ml of a heptane solution of tita- 
nium tetrachloride (concentration of titanium tetrachloride: 0.5 mmol/ml) and 20 ml of diethyl ether, said mixture having 

25 been cooled to -78 °C. After the dropwise addition was completed, the temperature of the resulting solution was slowly 
raised to room temperature with stirring. Then, the solution was further stirred at room temperature for 8 hours. The 
reaction solution was filtered through a glass fitter, and the filtrate was vacuum concentrated. The solid precipitated was 
dissolved in 5 ml of methylene chloride, and to the solution was slowly added 10 ml of hexane with stirring. The mixture 
was allowed to stand at room temperature to precipitate a dark brown solid. The solid was filtered off on a glass f flter. 

30 washed with hexane and vacuum dried to obtain 0.23 g (0.47 mmol, yield: 23 %) of a dark green solid. The analytical 
results of the dark green solid are described below. 

1 H-NMR (CDCy: 2.52 (s. 6H). 6.1-8.0 (m, 16H) 
FD-mass spectrometry: 484(M + ) 
35 Elemental analysis: Ti: 9.7 % (calculated value: 9.9 %) 

[0215] From the above results, the dark green solid proved to be a compound (transition metal compound (2-A)) 
represented by the following formula. 
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Synthesis Example 4 
Synthesis of ligand precursor (3) 

5 [021 6] In an atmosphere of nitrogen. 1 0. 1 g (41 .3 mmol) of the dimer compound (2a) which was a synthetic inter- 
mediate of the ligand precursor (2) was dissolved in 200 ml of THF, and the solution was cooled to -15 °C. To the solu- 
tion, 62 ml of a hexane solution containing 99.2 mmol of n-BuLi was slowly dropwise added, and the temperature of the 
resulting solution was raised to room temperature. Then, the solution was cooled to -78 °C, and 12.5 ml (99.2 mmol) of 
trimethylsilyl chloride was dropwise added. Thereafter, the temperature of the resulting solution was raised to room 

10 temperature, and the solution was stirred for 3 hours. The reaction solution was quenched with a 0.4 mole sodium ace- 
tate aqueous solution, and the organic layer was extracted to obtain 16.6 g (41.3 mmol, yield: 100 %) of an a-trimeth- 
ylsilyf substituted dimer compound as white needle crystals. 

[021 7] Then, 12.4 g (32.0 mmol) of the cc-trimethylsilyl substituted dimer compound was dissolved in 150 ml of THF, 
and the solution was mixed with 300 ml of a 0.75 mole sodium acetate aqueous solution. The reaction of the mixture 
75 was conducted for 1 5 hours under reflux, whereby hydrolysis proceeded. After the reaction was completed, the organic 
layer was extracted with diethyl ether, then the solvent was distilled off, and the remainder was vacuum dried to obtain 
10.7 g (64.0 mmol, yield: quant.) of 5-trimethylsilytpyrrole-2-carboxyaldehyde. 

[021 8] Thereafter, 5.0 g (28.7 mmol) of the 5-trimethylsily1pyrrole-2-carboxyaldehyde was allowed to react with 2.67 

_ g_(28Xmn^n-Oian!!ine-in-^ 
20 %) of a wine red oil (GC purity: 90 %). 

1 H-NMR (CDCy: 0.30 (s, 9H), 6.49 (d, 1H), 6.81 (d, 1H), 7.1-7.5 (m, 5H), 8.29 (s, 1H). 9.35 (brs, 1H) 
FD-mass spectrometry: 242(M+) 

25 [021 9] From the above results, the wine red oil proved to be a compound (ligand precursor (3)) represented by the 
following formula. 




45 

Synthesis Example 5 

Synthesis of transition metal compound (3-A) 

so [0220] In a 1 00 ml reactor thoroughly dried and purged with argon, 20 ml of a diethyl ether solution containing 0.848 
g (3.50 mmol) of the ligand precursor (3) was cooled to -78 °C. To the solution, 2.8 ml of a hexane solution containing 
4.48 mmol of n-BuU was slowly dropwise added, and the temperature of the resulting solution was raised to room tem- 
perature. The solution was then slowly dropwise added to a mixture consisting of 3.5 ml of a heptane solution of tita- 
nium tetrachloride (concentration of titanium tetrachloride: 0.5 rnmolAnl) and 20 ml of diethyl ether, said mixture having 

55 been cooled to -78 °C. After the dropwise addition was completed, the temperature of the resulting solution was slowly 
raised to room temperature with stirring. Then, the solution was further stirred at room temperature for 8 hours. The 
reaction solution was fOtered through a glass filter, and the filtrate was vacuum concentrated. The solid precipitated was 
subjected to recrystallization from hexane and then vacuum dried to obtain 0.52 g (0.86 mmol, yield: 49 %) of a black 
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solid. The analytical results of the black solid are described below. 

1 H-NMR (CDCy: 0.60 (s. 18H), 6.2-6.4 (m, 4H), 6.9-7.2 (m, 10H), 7.82 (s, 2H) 
FD-mass spectrometry: 600(M + ) 
5 Elemental analysis: Ti : 7.8% (calculated value: 8.0 %) 

[0221] From the above results, the black solid proved to be a compound (transition metal compound (3-A)) repre- 
sented by the following formula. 



10 



15 



20 




SiMe 3 



25 

Synthesis Example 6 

Synthesis of transition metal compound (3-B) 

30 

[0222] Into a 1 00 ml reactor thoroughly dried and purged with argon, 0.45 g (1 .19 mmol) of a zirconium tetrachlo- 
ride/2THF complex and 15 ml of THF were introduced, and they were cooled to -78 °C. To the resulting solution, 15 ml 
of a THF solution containing 0.58 g (3.7 mmol) of the ligand precursor (3) was slowly dropwise added. After the drop- 
wise addition was completed, the temperature of the resulting solution was slowly raised to room temperature with stir- 
35 ring. Then, the solution was further stirred for 7 hours under heating at 55°C. After the reaction solution was filtered, the 
filtrate was vacuum concentrated. The solid precipitated was washed with hexane and vacuum dried to obtain 0.70 g 
(1 .09 mmol, yield: 91 %) of mud yellow solid. The analytical results of the mud yellow solid are described below. 

1 H-NMR (CDCI3): 0.53 (s, 18H), 6.38 (d, 2H), 6.43 (d, 2H), 6.8-7.2 (m, 10H), 7.87 (s, 2H) 
40 FD-mass spectrometry: 644(M + ) 

Elemental analysis: Zr: 14.4 % (calculated value: 14.2 %) 

[0223] From the above results, the mud yellow solid proved to be a compound (transition metal compound (3-B)) 
represented by the following formula. 

45 



50 
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10 




ZrCI 2 



SiMe 3 



15 



20 Synthesis Example 7 

Synthesis of lipand precursor (4) 

[0224] Into a 300 ml reactor thoroughly purged with nitrogen, 150 ml of ethanol, 5.22 g (52.6 mmol) of cydohexy- 
25 lamine and 5.0 g (52.6 mmol) of pyrrol e-2-carboxyaHehyde were introduced to dissolve cydohexylamine and pyrrol e- 
2-carboxyaldehyde in ethanol, and the solution was stirred at room temperature for 24 hours. The reaction solution was 
vacuum concentrated to remove the solvent and vacuum dried to obtain 8.88 g (50.4 mmol, yield: 96 %) of a dark brown 
oil. The analytical results of the dark brown oil are described below. 

30 1 H-NMR (CDCfe): 1.1-1.9 (m, 10H), 3.0-3.2 (m, 1H), 6.21 (d, 1H), 6.48 (d, 1H), 6.89 (dd, 1H), 8.13 (s, 1H), 8.35 
(brs,1H) 

FD-mass spectrometry: 176 

[0225] From the above results, the dark brown oil proved to be a compound (ligand precursor (4)) represented by 
35 the following formula. 



Synthesis of transition metal compound (4-A) 

[0226] In a 1 00 ml reactor thoroughly dried and purged with argon, 25 ml of a diethyl ether solution containing 1 .02 
55 g (5.78 mmol) of the ligand precursor (4) was cooled to -78 °C. To the solution, 3.8 ml of a hexane solution containing 
6.08 mmol of n-BuU was slowly dropwise added, and the temperature of the resulting solution was raised to room tem- 
perature. The solution was then slowly dropwise added to a mixture consisting of 5.78 ml of a heptane solution of tita- 
nium tetrachloride (concentration of titanium tetrachloride: 0.5 mmolAnl) and 25 ml of diethyl ether, said mixture having 
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been cooled to -78 °C. After the dropwise addition was completed, the temperature of the resulting solution was slowly 
raised to room temperature with stirring. Then, the solution was further stirred at room temperature for 8 hours. The 
reaction solution was filtered through a glass filter, and the filtrate was vacuum concentrated. The solid precipitated was 
dissolved in 5 ml of methylene chloride, and to the solution was slowly added 1 0 ml of hexane with stirring. The mixture 
5 was allowed to stand at room temperature to precipitate a black solid. The solid was filtered off on a glass filter, washed 
with hexane and vacuum dried to obtain 0.52 g (1 .1 1 mmol, yield: 38 %) of a black solid. The analytical results of the 
black solid are described below. 

1 H-NMR (CDCI3): 0.7-2.7 (m, 22H), 6.2-7.9 (m, 6H), 8.00 (s, 2H) 
70 FD-mass spectrometry: 468(M + ) 

Elemental analysis: Tl: 17.8 % (calculated value: 1 7.8 %) 

[0227] From the above results, the black solid proved to be a compound (transition metal compound (4-A)) repre- 
sented by the following formula. 

15 




30 

Synthesis Example 8 

S ynt hesis of tra nsition metal compo und (4-P ) 

[0228] In a 100 ml reactor thoroughly dried and purged with argon, 30 ml of a diethyl ether solution containing 1.11 
g (6.28 mmol) of the ligand precursor (4) was cooled to -78 °C. To the solution, 3.8 ml of a hexane solution containing 
6.08 mmol of n-BuLi was slowly dropwise added, and the temperature of the resulting solution was raised to room tem- 
perature. The solution was then slowly dropwise added to a mixture consisting of 1 . 1 4 g of a Zrd 4 (THF) 2 complex (3.0 
mmol) and 40 ml of THF, said mixture having been cooled to -78 °C. After the dropwise addition was completed, the 
temperature of the resulting solution was slowly raised to room temperature with stirring. Then, the solution was further 
stirred at room temperature for 8 hours. The reaction solution was filtered through a glass filter, and the filtrate was vac- 
uum concentrated. The solid precipitated was filtered off on a glass filter, washed with hexane and vacuum dried to 
obtain 0.78 g (1 .52 mmol, yield: 48 %) of a yellow solid. The analytical results of the yellow solid are described below. 

1 H-NMR (CDCI3): 0.6-2.0 (m, 20H), 2.6-3.2 (m, 2H), 6.0-6.9 (m, 6H), 8.07 (s. 2H) 
FD-mass spectrometry: 512 (M+) 
Elemental analysis: 2r: 18.1 % (calculated value: 17.8 %) 

50 [0229] From the above results, the yellow solid proved to be a compound (transition metal compound (4-B)) repre- 
sented by the following formula. 
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Synthesis Example 9 

-Svrimesis.of.tr^^ 

20 

[0230] In a 100 ml reactor thoroughly dried and purged with argon. 25 ml of a THF solution containing 1 .02 g (5.78 
mmol) of the ligand precursor (4) was cooled to -78 °C. To the solution, 3.8 ml of a hexane solution containing 6.08 
mmol of n-BuLi was slowly dropwise added, and the temperature of the resulting solution was raised to room tempera- 
ture. The solution was then slowly dropwise added to 25 ml of a THF solution containing 1 .08 g (2.89 mmol) of a chro- 

25 mium trichloride/3THF complex, said THF solution having been cooled to -78 °C. After the dropwise addition was 
completed, the temperature of the resulting solution was slowly raised to room temperature with stirring. To the solution 
was then added 2.7 ml (2.90 mmol) of a 1 .0 mole trimethyialuminum toluene solution. The resulting solution was further 
stirred at room temperature for 2 hours. The reaction solution was filtered through a glass filter, and the filtrate was vac- 
uum concentrated. The solid precipitated was dissolved in 5 ml of methylene chloride, and to the solution was slowly 

30 added 10 ml of hexane with stirring. The mixture was allowed to stand at room temperature to precipitate a black solid. 
The solid was filtered off on a glass filter, washed with hexane and vacuum dried to obtain 0.09 g (0.22 mmol, yield: 8 
%) of a black solid. The analytical result of the black solid is described blow. 

FD-mass spectrometry: 417(M + ) 

35 

[0231] From the above result the black solid proved to be a compound (transition metal compound (4-C)) repre- 
sented by the following formula. 



40 
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Synthesis Example 10 
Synthesis of ligand precursor (5) 

[0232] Into a 300 ml reactor thoroughly purged with nitrogen, 1 50 ml of ethanol, 26.3 ml of a methanol solution con- 
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taining 52.6 mmol of ethylamine and 5.0 g (52.6 mmol) of pyrrol e-2-carboxyaldehyde were introduced to dissolve ethyl- 
amine and pyrrole-2-carbaxyaldehyde in ethanol, and the solution was stirred at room temperature for 24 hours. The 
reaction solution was vacuum concentrated to remove the solvent and then vacuum dried to obtain 4.15 g (34.0 mmol, 
yield: 65%) of a reddish brown powder. The analytical results of the reddish brown powder are described below. 

5 

1 H-NMR (CDCI3): 1.26 (t, 3H), 3.56 (q, 2H), 6.26 (d, 1H), 6.43 (d, 1H), 6.89 (dd, 1H), 8.13 (s, 1H), 9.20 (brs, 1H) 
FD-mass spectrometry: 122 

[0233] From the above results, the reddish brown powder proved to be a compound (ligand precursor (5)) repre- 
10 sented by the following formula. 



15 




20 



Synthesis of transition metal compound (5-A) 

25 

[0234] In a 100 ml reactor thoroughly dried and purged with argon, 24 ml of a diethyl ether solution containing 0.80 
g (6.55 mmol) of the ligand precursor (5) was cooled to -78 °C. To the solution, 4.3 ml of a hexane solution containing 
6.88 mmol of n-BuLi was slowly dropwise added, and the temperature of the resulting solution was raised to room tem- 
perature. The solution was then slowly dropwise added to a mixture consisting of 6.6 ml of a heptane solution of trta- 

30 nium tetrachloride (concentration of titanium tetrachloride: 0.5 mmol/ml) and 25 ml of diethyl ether, said mixture having 
been cooled to -78 °C. After the dropwise addition was completed, the temperature of the resulting solution was slowly 
raised to room temperature with stirring. Then, the solution was further stirred at room temperature for 8 hours. The 
reaction solution was filtered through a glass filter, and the filtrate was vacuum concentrated. The solid precipitated was 
dissolved in 5 ml of methylene chloride, and to the solution was slowly added 10 ml of hexane with stirring. The mixture 

35 was allowed to stand at room temperature to precipitate a black solid. The solid was filtered off on a glass filter, washed 
with hexane and vacuum dried to obtain 0.68 g (1 .88 mmol, yield: 58 %) of a black solid. The analytical results of the 
black solid are described below. 

1 H-NMR (CDCI3): 1.05 (t, 6H), 3.09 (q, 4H), 6.2-7.9 (m, 6H), 8.00 (s, 2H) 
40 FD-mass spectrometry: 360(M + ) 

Elemental analysis: 71: 13.3 % (calculated value: 13.3 %) 

[0235] From the above results, the black solid proved to be a compound (transition metal compound (5-A)) repre- 
sented by the following formula. 

45 
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Synthesis Example 11 
Synthesis of ligand precursor (6 ) 

5 [0236] Into a 300 ml reactor thoroughly purged with nitrogen, 1 50 ml of ethanoJ, 4.73 g (50.8 rnmol) of aniline and 
4.9 g (49.8 rnmol) of imidazole-4-carboxyaldehyde were introduced to dissolve aniline and imidazole-4-carboxyalde- 
hyde in ethanol, and the solution was stirred at room temperature for 20 hours. The reaction solution was vacuum con- 
centrated to remove the solvent and then vacuum dried to obtain 8.47 g (49.5 rnmol, yield: 99 %) of a white powder. The 
analytical results of the white powder are described below. 

w 

1 H-NMR (CDCI 3 ): 6.6-7.9 (m, 7H), 8.43 (s. 1H) 
FD-mass spectrometry: 171 

[0237] From the above results, the white powder proved to be a compound (ligand precursor (6)) represented by 
15 the following formula. 



20 
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30 



Synthesis of transition metal compound (6-A) 

35 [0238] In a 1 00 ml reactor thoroughly dried and purged with argon, 30 ml of a diethyl ether solution containing 1 .03 
g (6.02 rnmol) of the ligand precursor (6) was cooled to -78 °C. To the solution, 3.76 ml of a hexane solution containing 
6.02 rnmol of n-BuLi was slowly dropwise added, and the temperature of the resulting solution was raised to room tem- 
perature. The solution was then slowly dropwise added to a mixture consisting of 6.0 ml of a heptane solution of tita- 
nium tetrachloride (concentration of titanium tetrachloride: 0.5 mmol/rnl) and 30 ml of diethyl ether, said mixture having 

40 been cooled to -78 °C. After the dropwise addition was completed, the temperature of the resulting solution was slowly 
raised to room temperature with stirring. Then, the solution was further stirred at room temperature for 8 hours. The 
reaction solution was filtered through a glass filter, and the filtrate was vacuum concentrated. The solid precipitated was 
dissolved in 5 ml of methylene chloride, and to the solution was slowly added 1 0 ml of hexane with stirring. The mixture 
was allowed to stand at room temperature to precipitate a black solid. The solid was filtered off on a glass filter, washed 

45 with hexane and vacuum dried to obtain 0.1 1 g (0.24 rnmol, yield: 8 %) of a black solid. The analytical results of the 
black solid are described below. 

1 H-NMR (CDCI3): 6.0-7.7 (m, 16H) 
FD-mass spectrometry: 458(M + ) 

50 

[0239] From the above results, the black solid proved to be a compound (transition metal compound (6-A)) repre- 
sented by the following formula. 
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Synthesis of liqand precursor (7) 

20 [0240] Into a 300 ml reactor thoroughly purged with nitrogen, 90 ml of ethanol, 1 .92 g (21 mmol) of aniline and 3.0 
g (21 mmol) of indole-2-aldehyde were introduced, then 0.2 mi of acetic acid was added, and the mixture was stirred at 
room temperature for 24 hours. The reaction solution was vacuum concentrated to remove the solvent, and the concen- 
trate was purified by the use of hexane and dichloromethane to obtain 4.17 g (20 mmol, yield: 93.2 %) of a deep red 
powder. The analytical results of the deep red solid are described below. 

25 

1 H-NMR(CDCl3): 6.98 (s, 1H), 7.1-7.8 (m, 9H), 8.50 (s, 1H), 9.32 (brs, 1H) 
FD-mass spectrometry: 220 

[0241] From the above results, the deep red solid proved to be a compound (ligand precursor (7)) represented by 
30 the following formula. 
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Synthesis of transition metal compound (7-A) 

so 

[0242] In a 100 ml reactor thoroughly dried and purged with argon, 20 ml of a diethyl ether solution containing 1 .0 
g (4.54 mmol) of the ligand precursor (7) was cooled to -78 °C. To the solution, 2.98 ml of a hexane solution containing 
6.08 mmol of n-BuLi was slowly dropwise added, and the temperature of the resulting solution was raised to room tem- 
perature. The solution was then slowly dropwise added to a mixture consisting of 4.54 ml of a heptane solution of tita- 
55 nium tetrachloride (concentration of titanium tetrachloride: 0.5 mmol/ml) and 20 ml of diethyl ether, said mixture having 
been cooled to -78 °C. After the dropwise addition was completed, the temperatur of the resulting solution was slowly 
raised to room temperature with stirring. Then, th solution was further stirred at room temperature for 8 hours. The 
reaction solution was filtered through a glass filter, and the filtrate was vacuum concentrated. The solid precipitated was 
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washed with hexane, and the resulting black powder was dissolved in 10 ml of ether and 50 ml of methylene chloride. 
The solution was filtered through a glass filter, and the filtrate was concentrated to obtain a black powder. The black 
powder was washed with hexane and vacuum dried to obtain 0.79 g (1 .41 mmol, yield: 61 %) of a dark brown solid. Th 
analytical results of the dark brown solid ar described below. 

5 

1 H-NMR (CDCI3): 6.0-8.5 (m, 20H), 8.92 (s, 2H) 
FD-mass spectrometry: 556(M + ) 

[0243] From the above results, the dark brown solid proved to be a compound (transition metal compound (7-A)) 
10 represented by the following formula. 



15 



20 




Synthesis Example 13 

30 

Synthesis of ligand precursor (8) 

[0244] Into a 300 ml reactor thoroughly purged wHh nitrogen, 150 ml of ethanol, 12.05 g (52.58 mmol) of 3,5-bis(tri- 
f luoromethyl)aniline and 5.0 g (52.58 mmol) of pyrrol e-2 -carboxyaldehyde were introduced, then 0.2 ml of acetic acid 
35 was added, and the mixture was stirred at room temperature for 1 week. The reaction solution was vacuum concen- 
trated to remove the solvent, and the concentrate was purified by the use of hexane and dichloromethane to obtain 9.65 
g (31 .5 mmol, yield: 60.0 %) of a dark brown solid. The analytical results of the dark brown solid are described below. 

1 H-NMR (CDCI3): 6.39 (dd. 1H). 6.80 (d, 1H), 7.08 (d. 1H). 7.60 (s, 2H), 7.68 (s. 1H), 8.30 (s. 1H), 9.40 (brs, 1H) 
AO FD-mass spectrometry: 306 

[0245] From the above results, the dark brawn solid proved to be a compound (ligand precursor (8)) represented 
by the following formula. 
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Synthesis of transition metal compound (8-A) 

[0246] In a 100 ml reactor thoroughly dried and purged with argon, 40 ml of a diethyl ether solution containing 1 .02 
g (3.32 mmol) of the ligand precursor (8) was cooled to -78 °C. To th solution, 2.22 ml of a hexane solution containing 

5 3.55 mmol of n-BuLi was slowly dropwise added, and the tenperature of the resulting solution was raised to room tem- 
perature. The solution was then slowly dropwise added to a mixture consisting of 3.25 ml of a heptane solution of tita- 
nium tetrachloride (concentration of titanium tetrachloride: 0.5 mmol/ml) and 40 ml of diethyl ether, said mixture having 
been cooled to -78 °C. After the dropwise addition was completed, the temperature of the resulting solution was slowly 
raised to room temperature with stirring. Then, the solution was further stirred at room temperature for 12 hours. The 

10 reaction solution was filtered through a glass filter, and the filtrate was vacuum concentrated. The solid precipitated was 
washed with hexane, and the resulting black solid was vacuum dried to obtain 0.75 g (1 .02 mmol, yield: 62 %) of a dark 
brown solid. The analytical results of the dark brown solid are described below. 

1 H-NMR (CDCJ3): 6.18 (dd, 2H), 6.48 (d, 2H), 6.62 (d ( 2H), 7.0^8.5 (m, 8H) 
is FD-mass spectrometry: 728(M + ) 

[0247] From the above results, the dark brown solid proved to be a compound (transition metal compound (8-A)) 
represented by the following formula. 
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35 

Synthesis Example 14 

Synthesis of ligand precursor (9) 

40 [0248] Into a 200 ml reactor thoroughly purged with nitrogen. 90 ml of ethanol, 2.0 g (20.25 mmol) of cydohexy- 
laniline and 3.0 g (20.25 mmol) of indole-2-aldehyde were introduced, and they were stirred at room temperature for 1 2 
hours. The reaction solution was vacuum concentrated to remove the solvent, and the concentrate was crystallized and 
purified by the use of hexane to obtain 3.46 g (15.3 mmol, yield: 75.5 %) of a brown solid. The analytical results of the 
brown solid are described below. 

45 

1 H-NMR (CDCI3): 1.0-2.0 (m, 10H), 3.1-3.4 (m, 1H), 6.70 (s, 1H), 7.0-7.7 (m, 4H), 8.32 (s. 1H), 9.30 (brs, 1H) 
FD-mass spectrometry: 226 

[0249] From the above results, the brown solid proved to be a compound (ligand precursor (9)) represented by the 
so following formula. 
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Synthesis of transition metal compound (9-A) 

20 [0250] In a 1 00 ml reactor thoroughly dried and purged with argon, 30 ml of a diethyl ether solution containing 1 .02 
g (4.51 mmol) of the ligand precursor (9) was cooled to -78 °C. To the solution, 2.9 ml of a hexane solution containing 
4.51 mmol of n-BuLi was slowly dropwise added, and the temperature of the resulting solution was raised to room tem- 
perature. The solution was then slowly dropwise added to a mixture consisting of 4.5 ml of a heptane solution of tita- 
nium tetrachloride (concentration of titanium tetrachloride: 0.5 mmol/ml) and 40 ml of diethyl ether, said mixture having 

25 been cooled to -78 °C. After the dropwise addition was completed, the temperature of the resulting solution was slowly 
raised to room temperature with stirring. Then, the solution was further stirred at room temperature for 12 hours. The 
reaction solution was filtered through a glass filter, and the resulting black solid was washed with diethyl ether. The solid 
was extracted with dichloromethane and vacuum concentrated. The solid precipitated was washed with hexane, and 
the resulting black solid was vacuum dried to obtain 0.84 g (1.48 mmol, yield: 65 %) of a black solid. The analytical 

30 results of the black solid are described below. 

1 H-NMR (CDCI3): 0.3-2.8 (m, 22H), 6.7-7.8 (m, 8H), 8.30 (s, 2H), 8.95 (d, 2H) 
FD-mass spectrometry: 568(M + ) 

35 [0251] From the above results, the black solid proved to be a compound (transition metal compound (9-A)) repre- 
sented by the following formula. 
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Synthesis Example 15 

55 

Synthesis of lioand precursor (10) 

[0252] Into a 200 ml reactor thoroughly purged with nitrogen, 100 ml of ethanoJ, 5.67 g (21 .0 mmol) of n-octade- 
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cylamine and 2.0 g (21 .0 mmol) of pyrrol e-2-carboxyaldehyde were introduced, and they were stirred at room temper- 
ature for 12 hours. The reaction solution was vacuum concentrated to remove the solvent, and the concentrat was 
vacuum dried to obtain 6.46 g (18.6 mmol, yield: 88.5 %) off a white powder. The analytical results off the white powder 
are described below. 

5 

1 H-NMR (CDCI3): 0.90 (t, 3H), 1.28 (m, 30H), 1.62 (m, 2H), 3.52 (t, 2H), 6.24 (dd, 1H), 6.48 (d, 1H), 6.88 (d, 1H), 
8.08(s, 1H),9.20(brs, 1H) 
FD-mass spectrometry: 346 

10 [0253] From the above results, the white powder proved to be a compound (ligand precursor (10)) represented by 
the following formula. 




Synthesis of transition metal compo und (10-A) 

25 

[0254] In a 100 ml reactor thoroughly dried and purged with argon, 40 ml off a diethyl ether solution containing 1 .0 
g (2.91 mmol) of the ligand precursor (1 0) was cooled to -78 °C. To the solution, 1 .95 ml of a hexane solution containing 
2.91 mmol off n-BuLi was slowly dropwise added, and the temperature off the resulting solution was raised to room tem- 
perature. The solution was then slowly dropwise added to a mixture consisting of 2.9 ml of a heptane solution of trta- 

30 nium tetrachloride (concentration of titanium tetrachloride: 0.5 mmol/ml) and 30 ml of diethyl ether, said mixture having 
been cooled to -78 °C. After the dropwise addition was completed, the temperature of the resulting solution was slowly 
raised to room temperature with stirring. Then, the solution was further stirred at room temperature for 8 hours. The 
reaction solution was filtered through a glass filter, and the filtrate was vacuum concentrated. The solid precipitated was 
dissolved in 5 ml of methylene chloride, and to the solution was slowly added 10 ml of hexane with stirring. The mixture 

35 was allowed to stand at room temperature to precipitate a black solid. The solid was filtered off by a glass filter, washed 
with hexane and vacuum dried to obtain 0.44 g (0.54 mmol, yield: 37 %) of a black solid. The analytical results of the 
black solid are described below. 

^-NMR (CDCy: 0.9-2.0 (m, 70H), 2.8-3.3 (m, 4H). 6.2-7.9 (m, 6H), 8.88 (s, 2H) 
40 FD-mass spectrometry: 809(M + ) 

[0255] From the above results, the black solid proved to be a compound (transition metal compound (1 0-A)) repre- 
s nted by the following formula. 
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Synthesis Example 16 
Synthesis of liqand precursor (1 1) 

5 [0256] Into a 200 ml reactor thoroughly purged with nitrogen, 100 ml of ethanol, 6.47 g (52.54 mmoi) of p-anisidine 
and 5.0 g (52.58 mmoi) of pyrrole-2-carboxyaldehyde were introduced, then 0.5 ml of acetic acid was added, and the 
mixture was stirred at room temperature for 3 days. The reaction solution was vacuum concentrated to remove the sol- 
vent and the concentrate was vacuum dried to obtain 10.24 g (51 .1 mmoi. yield: 96.3 %) of an umber powder. The ana- 
lytical results of the umber powder are described below. 

w 

1 H-NM R (CDCI 3 ): 3.82 (s, 3H), 6.28 (dd. 1 H), 6.68 (d, 1 H), 6.8-7.0 (m, 3H), 7.1 -7.3 (m, 2H), 8.30 (s, 1 H), 1 0.1 0 (brs. 
1H) 

FD-mass spectrometry: 200 

15 [0257] From the above results, the umber powder proved to be a compound (ligand precursor (1 1 )) represented by 
the following formula. 



20 



25 




Synthesis of transition metal compound f1 1-A) 

35 

[0258] In a 1 00 ml reactor thoroughly dried and purged with argon, 40 ml of a diethyl ether solution containing 1 .03 
g (5.12 mmoi) of the ligand precursor (11) was cooled to -78 °C. To the solution, 3.4 ml of a hexane solution containing 
5. 12 mmoi of n-BuLi was slowly dropwise added, and the temperature of the resulting solution was raised to room tem- 
perature. The solution was then slowly dropwise added to a mixture consisting of 5.0 ml of a heptane solution of tita- 

40 nium tetrachloride (concentration of titanium tetrachloride: 0.5 mmol/ml) and 30 ml of diethyl ether, said mixture having 
been cooled to -78 °C. After the dropwise addition was completed, the temperature of the resulting solution was slowly 
raised to room temperature with stirring. Then, the solution was further stirred at room temperature for 12 hours. The 
reaction solution was filtered through a glass filter, and the filtrate was vacuum concentrated. The solid precipitated was 
dissolved in 5 ml of methylene chloride, and to the solution was slowly added 10 ml of hexane with stirring. The mixture 

45 was allowed to stand at room temperature to precipitate a black solid. The solid was filtered off by a glass f flter, washed 
with hexane and vacuum dried to obtain 0.64 g (1 .24 mmoi, yield: 48 %) of a black solid. The analytical results of the 
black solid are described below. 

1 H-NMR (CDCI3): 3.6^4.0 (m. 6H). 6.0-8.2 (m, 16H) 

50 

FD-mass spectrometry: 516(M + ) 

[0259] Rom the above results, the black solid proved to be a compound (transition metal compound (1 1 -A)) repre- 
sented by the following formula. 

55 
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10 




Synthesis Example 17 
Synthesis of liaand precursor (12) 

20 

[0260] Into a 200 ml reactor thoroughly purged with nitrogen, 80 ml of ethanol, 8.64 g (53.63 mmol) of trifluoro-p- 
toluidine and 5.1 g (53.63 mmol) of pyrrol e-2-cartx)xyakJehyde were introduced, then 0.5 ml of acetic acid was added, 
and the mixture was stirred at room temperature for 3 days. The reaction solution was vacuum concentrated to remove 
the solvent, and the concentrate was vacuum dried to obtain 10.16 g (42.7 mmol, yield: 79.5 %) of a black solid. The 
25 analytical results of the black solid are described below. 

1 H-NMR (CDCy: 6.30 (dd. 1H), 6.72 (d, 1H), 6.98 (d p 1H), 7.26 (d, 2H), 7.60 (d. 2H), 8.28 (s. 1H), 9.70 (brs, 1H) 
FD-mass spectrometry: 238 

30 [0261 ] From the above results, the black solid proved to be a compound (ligand precursor (1 2)) represented by the 
following formula. 



35 



40 




Synthesis of transition metal compound (12-A) 

50 

[0262] In a 1 00 ml reactor thoroughly dried and purged with argon, 40 ml of a diethyl ether solution containing 1.13 
g (4.73 mmol) of the ligand precursor (12) was cooled to -78 °C. To the solution, 3.0 ml of a hexane solution containing 
4.73 mmol of n-BuLi was slowly dropwise added, and the temperature of the resulting solution was raised to room tem- 
perature. The solution was then slowly dropwise added to a mixture consisting of 4.7 ml of a heptane solution of trta- 
55 nium tetrachloride (concentration of titanium tetrachloride: 0.5 mmol/ml) and 30 ml of diethyl ether, said mixture having 
been cooled to -78 °C. After the dropwise addition was completed, the temperature of the resulting solution was slowly 
raised to room temperature with stirring. Then, the solution was further stirred at room temperature for 12 hours. The 
reaction solution was filtered through a glass filter, and the filtrate was vacuum concentrated. The solid precipitated was 
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dissolved in 5 ml of methylene chloride, and to the solution was slowly added 1 0 ml of hexane with stirring. The mixture 
was allowed to stand at room temperature to precipitate a black solid. The solid was f fltered off by a glass filter, washed 
with hexane and vacuum dried to obtain 0.81 g (1 .37 mmol, yield: 58 %) of a black powder. The analytical results of the 
black powder are described below. 

5 

1 H-NMR (CDCI 3 ): 6.10 (dd, 2H), 6.50 (d, 2H), 6.8-8.5 (m. 12H) 
FD-mass spectrometry: 592(M + ) 

[0263] From the above results, the black powder proved to be a compound (transition metal compound (1 2-A)) rep- 
10 resented by the following formula. 



15 



20 




Synthesis Example 18 

30 Synthesis of li qand precursor (13) 

[0264] Into a 200 ml reactor thoroughly purged with nitrogen, 80 ml of ethanol, 4.56 g (33.72 mmol) of o-isopropy- 
laniline and 3.22 g (33.83 mmol) of pyrrole-2-carboxyaldehyde were introduced, then 0.5 ml of acetic acid was added, 
and the mixture was stirred at room temperature for 3 days. The reaction solution was vacuum concentrated to remove 
35 the solvent, and the concentrate was vacuum dried to obtain 5.2 g (24.5 mmol, yield: 72.6 %) of a white solid. The ana- 
lytical results of the white solid are descrtoed below. 

1 H-NMR (CDCI3): 1.20 (d, 6H), 3.56 (m, 1 H), 6.28 (dd, 1H), 6.5-7.0 (m, 2H), 7.1-7.4 (m, 4H), 8.20 (s, 1H), 9.78 (brs, 
1H) 

AO FD-mass spectrometry: 21 2 

[0265] From the above results, the white solid proved to be a compound (ligand precursor (13)) represented by the 
following formula 



50 
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Synthesis of transition metal compound (13-A) 

[0266] In a 100 ml reactor thoroughly dried and purged with argon, 40 ml of a diethyl ether solution containing 1 .0 
g (4. 71 mmol) of the ligand precursor (1 3) was cooled to -78 °C. To the solution, 3. 1 5 ml of a hexane solution containing 

5 4.71 mmol of n-BuLi was slowly dropwise added, and the temperature of the resulting solution was raised to room tem- 
perature. The solution was then slowly dropwise added to a mixture consisting of 4.71 ml of a heptane solution of tita- 
nium tetrachloride (concentration of titanium tetrachloride: 0.5 mmol/mJ) and 20 ml of diethyl ether, said mixture having 
been cooled to -78 °C. After the dropwise addition was completed, the temperature of the resulting solution was slowly 
raised to room temperature with stirring. Then, the solution was further stirred at room temperature for 12 hours. The 

10 reaction solution was filtered through a glass filter, and the filtrate was vacuum concentrated. The solid precipitated was 
dissolved in 5 ml of methylene chloride, and to the solution was slowly added 10 ml of hexane with stirring. The mixture 
was allowed to stand at room temperature to precipitate a black solid. The solid was filtered off by a glass filter, washed 
with hexane and vacuum dried to obtain 0.22 g (0.41 mmol, yield: 1 7 %) of a black powder. The analytical results of the 
black powder are described below. 

75 

1 H-NMR (CDCI3): 1.0-1.4 (m, 12H), 3.4-3.6 (m, 2H), 6.3-8.0 (m, 16H) 
FD-mass spectrometry: 540(M + ) 

[02673 Froffithe-aboveresuitsr^ 
20 resented by the following formula 



25 



30 




35 

Synthesis Example 19 

Synthesis of ligand precursor (14) 

40 [0268] Into a 200 ml reactor thoroughly purged with nitrogen, 1 00 ml of ethanol, 5.0 g (49.4 mmol) of n-hexylamine 
and 4.7 g (49.4 mmol) of pyrrol e-2-carboxyaldehyde were introduced, and they were stirred at room temperature for 12 
hours. The reaction solution was vacuum concentrated to remove the solvent, and the concentrate was vacuum dried 
to obtain 8.54 g (47.9 mmol, yield: 96.4 %) of a brown liquid. The analytical results of the brown liquid are described 
below. 

45 

1 H-NMR (CDCI3): 0.90 (d, 3H), 1.30 (m, 6H), 1.65 (m, 2H), 3.52 (t, 2H), 6.24 (dd, 1H), 6.45 (d. 1H), 6.88 (d, 1H), 
8.08 (s, 1H), 9.48 (brs, 1H) 
FD-mass spectrometry: 178 

50 [0269] From the above results, the brown liquid proved to be a compound (ligand precursor (14)) represented by 
the following formula. 



55 
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'13 



10 



Synthesis of transition metal compound (14-A) 



15 



[0270] In a 100 ml reactor thoroughly dried and purged with argon, 40 ml of a diethyl ether solution containing 1 .03 
g (5.72 mmol) of the ligand precursor (1 4) was cooled to -78 °C. To the solution, 3.83 ml of a hexane solution containing 
5.72 mmol of n-BuLi was slowly dropwise added, and the temperature of the resulting solution was raised to room tem- 
perature. The Gcl-jticr. was then slowiy dropwise atfded to a mbcture consisting of 5.72 mi of a heptane soiution or rria- 

20 nium tetrachloride (concentration of titanium tetrachloride: 0.5 mmol/ml) and 30 ml of diethyl ether, said mixture having 
been cooled to -78 °C. After the dropwise addition was completed, the temperature of the resulting solution was slowly 
raised to room temperature with stirring. Then, the solution was further stirred at room temperature for 12 hours. The 
reaction solution was filtered through a glass filter, and the filtrate was vacuum concentrated. The solid precipitated was 
dissolved in 5 ml of methylene chloride, and to the solution was slowly added 40 ml of hexane with stirring. The mixture 

25 was allowed to stand at room temperature to precipitate a black solid. The solid was f Btered off by a glass filter, washed 
with hexane and vacuum dried to obtain 0.50 g (1 .05 mmol, yield: 37 %) of a black solid. The analytical results of the 
black solid are described below. 

1 H-NMR (CDCI3): 0.8-1.6 (m, 22H), 2.7-3.3 (m, 4H). 6.28 (dd, 2H), 7.68 (d. 2H), 7.7-8.0 (m. 4H) 
30 FD-mass spectrometry: 472(M + ) 

[0271 ] From the above results, the black solid proved to be a compound (transition metal compound (1 4-A)) repre- 
sented by the following formula. 



Ex am ples 1 - 1 8 

[0272] Into a 500 ml glass autoclave thoroughly purged with nitrogen, 250 ml of toluene was introduced, and the 
50 liquid phase and the gas phase were saturated with ethylene at a flow rate of 100 l/hr. To the autoclave, 1 .25 mmol (in 
terms of aluminum atom) of methylaluminaxane was added, and then 0.005 mmol of the transition metal compound 
shown in Table 1 was successively added to initiate polymerization. The reaction was conducted at 25 °C for the period 
of time shown in Table 1 in an atmosphere of an ethylene gas at ordinary pressure. Then, a small amount of isobutyl 
alcohol was added to terminate the polymerization. After the polymerization was completed, the reaction product was 
55 introduced into a large amount of methanol to precipitate the total amount of a polymer. Then, hydrochloric acid was 
added, and the mixture was filtered through a glass filter. The resulting polymer was vacuum dried at 80 °C for 1 0 hours 
to obtain polyethylene (PE). The results are set forth in Table 1. 



35 




40 



45 
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Table 1 



10 



20 





Transition metal 
compound 


Polymerization 
time (mm) 


Yield of polymer (g) 


Polymerization 
activity i 


Intrinsic viscosity 
(n) (al/g) 


Ex. 1 


1-A 


5 


A AA 

0.94 


O 47 

2.27 


O AO 

2.03 


Ex. 2 


1-B 


30 


0.52 


0.21 


18.3 


Ex. 3 


2-A 


30 


0.16 


0.06 


13.0 


Ex. 4 


3-A 


30 


0.09 


A AA 

0.04 


9.56 


Ex. 5 


3-B 


30 


0.16 


0.07 


12.0 


Ex. 6 


A A 

4-A 


5 


1.32 


3.17 


13.9 


Ex. 7 


4-B 


30 


0.34 


0.13 


4.64 


Ex. 8 


4-C 


30 


0.02 


0.01 


5.10 


Ex. 9 


5-A 


30 


0.29 


0.11 


18.6 


Ex. 10 


6-A 


30 


0.08 


0.04 


15.0 


Ex. 11 


7-A 


20 


0.29 


0.17 


2.25 


py 19 

CA. \C 






0 7fi 


0 Q1 




Ex. 13 


9-A 


10 


0.33 


0.36 


2.01 


Ex. 14 


10-A 


20 


0.29 


0.17 


11.0 


Ex. 15 


11-A 


5 


0.91 


2.19 


5.57 


Ex. 16 


12-A 


5 


1.38 


3.32 


2.78 


Ex. 17 


13-A 


10 


0.02 


0.02 


4.37 


Ex. 18 


14-A 


20 


0.42 


0.25 


18.3 



*1 : kg/mmol (transition metal) " hr 



35 Examp les 1 9 -34 

[0273] Into a 500 ml glass autoclave thoroughly purged with nitrogen, 250 ml of toluene was introduced, and the 
liquid phase and the gas phase were saturated with ethylene at a flow rate of 100 l/hr. To the autoclave, 0.25 mmol (in 
terms of aluminum atom) of triisobutylaluminum was added, and then 0.005 mmol of the transition metal compound 

40 shown in Table 2 was successively added. Thereafter, 0.006 mmol of triphenylcarbeniumtetrakis(pentaflLXxophe- 
nyl)borate was added to initiate polymerization. The reaction was conducted at 25 °C for the period of time shown in 
Table 2 in an atmosphere of an ethylene gas at orcfinary pressure. Then, a small amount of isobutyi alcohol was added 
to terminate the polymerization. After the polymerization was completed, the reaction product was introduced into a 
large amount of methanol to precipitate the total amount of a polymer. Then, hydrochloric acid was added, and the mix- 

45 ture was filtered through a glass filter. The resulting polymer was vacuum dried at 80 °C for 1 0 hours to obtain polyeth- 
ylene (PE). The results are set forth in Table 2. 
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Table 2 



20 





Transition metal 
compound 


Polymerization 
time (min) 


Yield of polymer (g) 


Polymerization 
activity i 


Intrinsic viscosity 


Ex. 19 


1-A 


10 


fx o/\ 

0.20 


r\ Oil 

0.24 


on o 

29.8 


ex. 20 


4 D 

l-o 


30 


o. n 


0.04 


Oil o 


Ex 21 


2-A 


30 


0.30 


0.12 


30.4 


Ex. 22 


3-A 


30 


0.10 


0.04 


16.1 


Ex. 23 


3-B 


30 


0.16 


0.07 


12.0 


Ex. 24 


4-A 


5 


1.10 


2.64 


21.3 


Ex.25 


4-B 


30 


0.21 


0.08 


7.04 


Ex. 26 


5-A 


5 


0.67 


1.62 


24.9 


Ex. 27 


7-A 


20 


0.09 


0.06 


11.1 


Fy ?A 

L_A. HO 


R-A 


30 

0W 




0.10 


22.0 


Ex.29 


9-A 


30 


0.07 


0.03 


10.5 


Ex.30 


10-A 


10 


0.46 


0.55 


30.9 


Ex. 31 


11-A 


30 


0.20 ] 


0.08 


*2 


Ex.32 


12-A 


10 


0.25 


0.30 


*2 


Ex 33 


13-A 


10 


0.06 


0.08 


23.0 


Ex 34 


14-A 


10 


0.78 


0.94 


*2 



*1 : kg/mmol(transition metal) ' hr 

*2: unmeasiraUe (The polymer under tea! was insoluble in a solvent for measuring intrinsic viscosity.) 



Examples 35 -39 

35 [0274] Into a 500 ml glass autoclave thoroughly purged with nitrogen, 250 ml of toluene was introduced, and the 
liquid phase and the gas phase were saturated with a mixed gas of ethylene (flow rate: 50 l/hr) and propylene (flow rate: 
150 l/hr). To the autoclave, 1 .25 mmoi (in terms of aluminum atom) of methylaluminoxane was added, and then 0.005 
mmol of the transition metal compound shown in Table 3 was successively added to initiate polymerization. The reac- 
tion was conducted at 25 °C for the period of time shown in Table 3 in an atmosphere of the mixed gas at ordinary pres- 

40 sure. Then, a small amount of isobutyl alcohol was added to terminate the polymerization. After the polymerization was 
completed, the reaction product was introduced into a large amount of methanol to precipitate the total amount of a pol- 
ymer. Then, hydrochloric acid was added, and the mixture was filtered through a glass filter. The resulting polymer was 
vacuum dried at 80 °C for 1 0 hours to obtain an ethylene/propylene copolymer (EPR). The results are set forth in Table 
3. 

45 



Table 3 



50 




Transition 
metal com- 
pound 


Polymeriza- 
tion time (min) 


Yield of poly- 
mer (g) 


Polymerization 
activity *1 


Intrinsic viscos- 
ity (n) (dl/g) 


Content of pro- 
pylene (mol%) 




Ex 35 


1-A 


60 


0.30 


0.02 


4.94 


30.7 




Ex 36 


4-A 


30 


2.25 


0.90 


8.52 


29.9 


55 


Ex 37 


8-A 


30 


0.37 


0.15 


17.5 


34.2 


Ex 38 


11-A 


30 


0.90 


0.36 


6.43 


51.2 




Ex. 39 


12-A 


30 


0.77 


0.31 


4.44 


34.7 



*1 : kg/mmol(transilion metal) • hr 
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Examples 40 -42 

[0275] Into a 500 ml glass autoclave thoroughly purged with nitrogen, 250 ml of toluene was introduced, and the 
liquid phase and the gas phase were saturated with a mixed gas of ethylene (flow rate: 50 l/hr) and propylene (flow rate: 

5 150 l/hr). To the autoclave. 0.25 mmd (in terms of aluminum atom) of triisobutylaluminum was added, and then 0.005 
mmd of the transition metal compound shown in Table 4 was successively added. Thereafter, 0.006 mmol of triphenyi- 
carbeniurntetrakis(pentafluorophenyl)borate was added to initiate polymerization. The reaction was conducted at 50 °C 
for the period of time shown in Table 4 in an atmosphere of the mixed gas at ordinary pressure. Then, a small amount 
of isobutyl alcohol was added to terminate the polymerization. After the polymerization was completed, the reaction 

10 product was introduced into a large amount of methanol to precipitate the total amount of a polymer. Then, hydrochloric 
acid was added, and the mixture was filtered through a glass filter. The resulting polymer was vacuum dried at 80 °C 
for 10 hours to obtain an ethylene/propylene copolymer (EPR). The results are set forth in Table 4. 



Table 4 



20 





Transition 
metal com- 
pound 


Polymeriza- 
tion time (min) 


Yield of poly- 
mer (g) 


Polymerization 
activity *1 


Intrinsic viscos- 
rty (ii) (c«/g) 


Content of pro- 
pylene (mol%) 


Ex 40 


4-A 


30 


0.20 


0.08 


4.08 


8.4 


Ex 41 


5-A 


30 


0.08 


0.03 


27.9 


12.0 


Ex 42 


14-A 


30 


0.12 


0.05 


27.8 


9.2 



*1 : kg/mmol(transition metal) • hr 

25 

Examples 43 - 45 

[0276] Into a 500 ml glass autoclave thoroughly purged with nitrogen, 250 ml of toluene was introduced, and the 
30 liquid phase and the gas phase were saturated with ethylene at a flow rate of 100 l/hr. Then, 1-hexene in the amount 
shewn in Table 5 was further introduced. To the autoclave, 1 .25 mmol (in terms of aluminum atom) of methytaluminox- 
ane was added, and then 0.005 mmol of the transition metal compound shewn in Table 5 was successively added to 
initiate polymerization. The reaction was conducted at 25 °C for the period of time shown in Table 5 in an atmosphere 
of an ethylene gas at ordinary pressure. Then, a small amount of isobutyl alcohol was added to terminate the polymer- 
35 ization. After the polymerization was completed, the reaction product was introduced into a large amount of methanol 
to precipitate the total amount of a polymer. Then, hydrochloric acid was added, and the mixture was filtered through a 
glass filter. The resulting polymer was vacuum dried at 80 °C for 10 hours to obtain polyethylene (PE). The results are 
set forth in Table 5. 

40 

Table 5 





Transition 
metal com- 
pound 


Amount of 1- 
hexene (ml) 


Polymeriza- 
tion time 
(min) 


Yield of pol- 
ymer (g) 


Polymeriza- 
tion activity 
*1 


Intrinsic vis- 
cosity ft) 
(dl/g) 


Content of 1- 
hexene 
(mol%) 


Ex.43 


4-A 


5 


5 


2.10 


5.04 


7.65 


1.5 


Ex 44 


4-A 


10 


5 


1.24 


2.97 


6.73 


2.0 


Ex 45 


4-A 


15 


5 


0.94 


2.26 


5.27 


2.9 



50 *l:kg^mmol(transilion metal) "hr 



[0277] In the measurement of an intrinsic viscosity of the polymer obtained in each example, the polymer was dis- 
solved in decalin and the intrinsic viscosity was measured at 135 °C using a Ubbelohde viscometer. 
55 [0278] The content of propylene or 1-hexene in the copolymer was measured by IR analysis (Nippon Bunko FTIR- 
350). 
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Claims 



1 . An olefin polymerization catalyst comprising (A) a transition metal compound represented by the following formula 
(I): 



wherein M is a transition metal atom selected from Group 3 to Group 1 1 of the periodic table, 

U is a carbon atom having a substituent group R 2 , a nitrogen atom or a phosphorus atom, 
A is a nitrogen atom or a phosphorus atom, 

Q is a carbon atom having a substituent group R 3 , a nitrogen atom or a phosphorus atom, 
S is a carbon atom having a substituent group R 4 , a nitrogen atom or a phosphorus atom, 
T is a carbon atom having a substituent group R 5 , a nitrogen atom or a phosphorus atom, 
m is an integer of 2 to 6, 

R 1 to R 5 may be the same or different, when M is a transition metal atom selected from Group 3 to Groip 5 
and Group 7 to Group 1 1 of the periodic table, they are each a hydrogen atom, a halogen atom, a hydrocarbon 
group, a heterocyclic compound residual (poup, an oxygen-containing group, a nitrogen-containing group, a 
boron-containing group, a sulfur-containing group, a phosphorus-containing group, a silicon-containing group, 
a germanium-containing group or a tin-containing group, and when M is a transition metal atom selected from 
Group 6 of the periodic table, R 1 is a hydrogen atom, a halogen atom, an aliphatic hydrocarbon group, an ali- 
cyclic hydrocarbon group, a heterocyclic compound residual group, an oxygen-containing group, a nitrogen- 
containing group, a boron-containing group, a sulfur-containing group, a phosphorus-containing group, a sili- 
con-containing group, a germanium-containing group or a tin-containing group and R 2 to R 5 are each a hydro- 
gen atom, a halogen atom, a hydrocarbon group, a heterocyclic compound residual group, an oxygen- 
containing group, a nitrogen-containing group, a boron-containing group, a sulfur-containing group, a phospho- 
rus-containing group, a silicon-containing group, a germanium-containing group or a tin-containing group; 
two or more of R 1 to R 5 may be bonded to each other to form a ring, and one group of R 1 to R 5 contained in 
one ligand and one group of R 1 to R 5 contained in another ligand may form a bonding group or a single bond; 
n is a number satisfying a valence of M, and 

X is a hydrogen atom, a halogen atom, a hydrocarbon group, an oxygen-containing group, a sulfur-containing 
group, a nitrogen-containing group, a boron-containing group, an aluminum-containing group, a phosphorus- 
containing group, a halogen-containing group, a heterocyclic compound residual group, a silicon-containing 
group, a germanium-containing group or a tin-containing group, and when n is 2 or greater, plural groups indi- 
cated by X may be the same or different to each other and plural groups indicated by X may be bonded to each 
other to form a ring. 

2. An olefin polymerization catalyst comprising: 

(A) a transition metal compound represented by the above formula (I), and 

(B) at least one compound selected from: 




MXn 



(I) 



(B-1) an organometallic compound, 

(B-2) an organoaluminum oxy-compound, and 
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(B-3) a compound which reacts with th transition metal compound (A) to form an ion pair. 

An olefin polymerization catalyst comprising a carrier (C) in addition to the transition metal compound (A) of claim 
1 and at least one compound (B) of claim 2 selected from the organometallic compound (B-1 ) , the organoaJuminum 
oxy-compound (B-2) and the compound (B-3) which reacts with the transrti n metal compound (A) to form an ion 
pair. 

A process for olefin polymerization, comprising polymerizing or copolymer izing an olefin in the presence of the ole- 
fin polymerization catalyst of any one of claims 1 to 3. 
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Fig.1 

(A) Transition metal component 




(B) Organometallic component 



C 



Organometallic compound 



C 



Organoaluminium oxy-compound 



c 



Ionizing ionic compound 



> 



(C) Third component 
(Carrier) 



Olefin 
(co) Polymer 



*1:M :atom of Group 3~Group 11 U:R 2 -C,N,P A:N,P 
Q:R 3 -C,N,P S:R 4 -C,N,P 
T:R 5 -C,N,P m:2-6 

R 1 ^- R 5 : hydrogen, hydrocarbon group.silfcon-containing group or the like 
(when M is an atom of Group 6, R 1 is not an aromatic hydrocarbon group) 

n : number satisfying a valence of M 

X : hydrogen, hydrocarbon group or the like 
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